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Basische  Farbstoffe. 


Vorschrift  1 

20  g  Farbstoff 

30  g  Glyzerin 
70  g  Essigs:iure  6'  Bi. 
20  e  Azetin  MLB 
2  B  WeinsUure 
158  g  Wasser 
600  g  Saure  StUrke-Traga 
KIO  g  essigs.  Tannin   (1:1) 
1  k 


Vorschrift  2 

rbstoff 


30  g  Glyz 


n-VciJickurg 


100 

g 

CS! 

84 

g 

w 

1 

k 

:ragant-V..| 
■1:1) 


Nach    dem  Drucken 
Liter)  bei  50"  C.  passiert,  ge 


viril    die  Ware  1   Stunde    ohn 
waschen  und  geseifl. 


Druck   gedämpft,  durch    ein  Brcchwt- insleinbad  (10  g 


Basic  Dyestuffs. 


Recipe 

1 

20  parts 

dyestii 

£f 

30  parts 

glycerine 

70  p.irls 

acelic  a 

cid  9°  Tw, 

20  parts 

Acetine 

MLB 

2  parts 

tartaric 

acid 

l.')8  parti 

water 

600  pans 

acid  s(a 

rcl,  tragac. 

anl 

100  parts 

acetate 

of  tannin 

(1: 

1000  parts  (by  weight) 

After    printing,    tlie    gmids 
(10  parts  per  1000)  at  120°  F.,  tliej 


ire    steamed    for    1    lumr 
washed  and  soaped. 


Recipe  2 

20  parts  dyestuff 
30  parts  glycerine 
130  parts  acetic  acid  O^.Tw. 
30  parts  Acetine  M  L  B 
6  parts  tartaric  acid 
600  parts  acid  starch  tragacanth  Ihickc 
100  parts  acetate  of  tannin  (1:  I) 
84  parti  water 
1000  parts  (by  weight) 


pas 


ied    through    a   tarta 


Basisdie  Farbstoffe  —  Basic  Dyestuffs 


Vorschrift  1     —     Recipe  1 


Vorschrift  1     —     Recipe  1 


2%  Methylengelb  H 

2%  Methylene  Yellow  H 

Vorschrift  1     —     Recipe  1 


2%  Auramin  extra  konz, 
2%  Auramine  extra  cone. 

Vorschrift  1     —     Recipe  1 


2%  Flavophosphin  4G  konz. 
2%  Flavopbosphine  4G  cone. 

Vorschrift  1     —     Recipe  1 


>%  Flavophosphin  GG  konz. 
2%  Flnvopbospbine  2G  cone. 


2%  Azophosphin  GO 
2%  Azo  Phosphine  GO 

Vor-chrift  2    —     Recipe  2 


2%  Ledergelbbase  3G 

2%  Leather  Yellow  Base  3G 

Vorschrift  1     —     Recipe  1 


2%  Phosphin  extra 
2%  Phosphine  extra 

Vorschrift  2    —     Recipe  2 


2%  Ledergelbbase  O 

2%  Leather  Yellow  Base  O 


Vorschrift  1 


Basische  Farbstoffe. 


Vorschrift  2 


10—20  g  Farbstoff 
30  g  Glyzerin 
70  g  Essigsaure  6°  Be. 
20  g  Azetin  MLB 
1_2  g  Weinsäure 
219— 15S  g  Wasser 

600  g  Saure  Stärke-Tragant- Verdickung 
50—100  g  essigs.  Tannin  (1:1) 
1  k 


20  g  Farbstoff 
30  g  Glyzerin 
130  g  Essigsäure  6»  Be. 
.10  g  Azetin  MLB 
6  g  Weinsäure 
600  g  Saure  Stärke-Tragant- Verdickung 
100  g  essigs    Tannin   (l:lj 
84  g  Wasser 
1  k 


Nach  dem  Drucken  wird   die  Ware   1   Stunde    ohne  Druck 
Liter)  bei  bO°  C.  passiert,  gewaschen  und  geseift. 


Btechweinsteinbad    (10  g  i 


Basic  Dyestuffs. 


Recipe  1 

IC 

1—20 

parts  dyestuff 

30 

parts   glycerine 

70 

parts  acetic  acid  9"  Tw. 

20 

parts  Acetine  MLB 

1-2 

parts  tartaric  acid 

219- 

-158 

parts  water 

600 

parts  acid  starch  tragacanth  thi 

ckening 

50- 

-100 

parts  acetate  of  tannin  (1:1) 

1000 

parts  (by  weight) 

Reeipe  2 

20  parts  dyestufiF 

SO  parts  glycerine 
130  parts  acetic  acid  9"  Tw. 

30  parts  Acetine  MLB 
6  parts  tartaric  acid 
600  parts  acid  starch  tragacantli  thickening 
100  parts  acetate  of  tannin  (1:1) 

84  parts  waler 


1000  parts  (by  weight) 


After   printing,    the   goods   are   steamed    for    1    ho 
(10  parts  per  1000)  at  riO"  V.,  then  washed  and  soaped. 


/ithout   pressure,    passed    through    a   tartar 


Basische  Farbstoffe  —  Basic  Dyestuffs 


Vorschrift  1     —    Recipe  1 


1%  Auroflavin  KR 
:%  Auroflavine  KR 


Vorschiift  1     —     Recipe  1 


2%  Flavophosphin  G  ko 
!%  Flavophosphine  G  conc. 

Vorschrift  1     —     Recipe  1 


2%  Flavophosphin  R  konz. 
2%  Flavophosphine  R  conc. 

Vorschrift  2     —     Recipe  2 


Vorschrift  1 

—    Recipe  1 

P 

m 

i 

1^ 

i 

1%  Rhodamin  6GD  exira 
1%  Rosazeine  CtJD  extra 

Vorschrift  1     —     Recipe  1 


1%  Rhodamin  6G  extra 
1%  Rosazeine  6G  extra 

Vorschrift  1     —     Recipe  1 


1  %  Rhodamin  G  extra 
1  %  Rosazeine  G  extra 

Vorschrift  1     —     Recipe  1 


2%  Ledergelbbase  OB 

2%  Leather  Yellow  Base  OB 


1  %  Rhodamin  B  extra 
1%  Rosazeine  B  extra 


Basische  Farbstoffe. 

Vorschrift  1 

20  g  Farbstoff 
30  g  Glyzerin 
70  g  Essigsäure  6"  Bc. 
20  e  Azetin  MLB 
2  g  Weinsüure 
158  g  Wasser 

600  g  Saure  Stärkc-Tragant-Verdiikung 
100  g  essigs.  Tannin  (I  :  1) 
1   k 


Nach    dem    Drucken    wird    die  Ware  1  Stunde   ohne  Druck  gedämpft,    dutch  ein  lirechweinsteinbad  (10  g 
Liter)  bei  50**  C.  passiert,  gewaschen  und  geseift. 


Basic  Dyestuffs. 

Recipe  1 

20  paits  dyestuff 

30  parts  glycerine 

70  parts  acetic  acid  9°  Tw. 

20  parts  Acetine  MLB 
2  parts  tartaric  acicl 
158  paits  water 

600  paits  acid  starch  tragacanth  thickening 
100  parts  acetate  of  tannin  (1  : 1) 


1000  parts  (by  weight) 


After   printing,    the   goods    are   steamed    for    I    hour   wilhtjut   pressure,    passed    through    a   tartar 
(10  parts  per  1000)  at  120»  I'.,  then  washed  and  soaped. 


Basisdie  Farbstoffe  —  Basic  Dyestuffs 


Vorschrift  1     —    Recipe  1 


Vorschrift  I     —    Recipe  1 


2%  Safranin  AN  extra 
2%  Safranine  AN  extra 

Vorschrift   I     —     Recipe  1 


2%  Fuchsin  kl.  Krist. 
2%  Magenta  small  cryst. 

Vorschrift  1     —     Recipe  1 


■2%  Grenadin  O 
2%  Grenadine  O 

Vorschrift  I     —     Recipe  1 


2%  Methylenviolett  3RA  extra 
2%  Methylene  Violet  3RA  extra 


2%  Metbylenheliotrop  OL 
2%  Methylene  Heliotrope  OL 

Vorschrift   1     —     Recipe    1 


2%  Methylviolett  BB  extra 
2%  Methyl  Violet  2B  extra 


Vorschrift  1     —     Recipe  1 


2%  Kristall  violett  O 
2%  Crystal  Violet  O 


Vorschrift   1     —     Recipe  1 


2%  Methylviolett  6B  extra 
2%  Methyl  Violet  6B  extra 


Basisdie  Farbstoffe. 


Vorschrift  1 


Vorschrift  2 


20  g  Farbstoff 

30  g  Glyzerin 

70  g  Essigsäure  6°  Be. 

20  e  Azetin  MLB 

2  g  Weinsäure 
158  g  Wasser 

6Un  g  Saure  Stäike-Tragant- Verdickung 

100  g  essigs   Tannin   (1  :  1) 


1  k 


Liter)   bei  bü°  C 


m  Diuckcn    v 
passiert,  gew 


20  g  Farbstoff 
30  g  Glyzerin 
130  g  Essigsäure  C»  Be. 
30  g  Azetfn  MLB 
I-,  g  Weinsäure 
600  g  Saure  Stärke-Tragant- Verdickung 
100  g  essigs.  Tannin  (l  :  1) 
Si  e  Wasser 
1   k 


Vorschrift  3 

20  g  Azetinblau  R  Pulver 

80  g  Azetin  MLB 
GUO  g  Saure  Stärke-Tragant-Verdicku 
4  g  Weinsäure 

60  g  Essigsäure  6°  Be. 

80  g  essigs.  Tannin   (1:1) 
156  g  Wasser 


1  k 

d    die  Ware  1   St: 
ichen  und  geseift. 


nde   ohne  Druck   gedämpft,  durch    ein  Brechweinsteinbad  (10  g 


Basic  Dyestuffs. 


Recipe  1 

20  parts  dyestuff 

30  parts  glycerine 

70  parts  acetic  acid  0°  Tw. 

20  parts  Acetine  MLB 
2  parts  tartaric  acid 
158  parts  water 

600  parts  acid  starch  tragacanth  thickening 
100  parts  acetate  of  tannin  (1  :  1) 


1000  parts  (by  weight) 


Recipe  2 

20  parts  dyestuff 
30  parts  glycerine 
130  pans  acetic  acid  9°  Tw. 
30  parts  Acetine  MLB 
6  parts  tartaric  acid 
600  parts  acid  starch  trag.icanlh  Ihic 
100  parts  acetate  of  tannin   (1:1) 
84  parts  water 
lUOO  parts  (by  weight) 


Recipe  3 


20  parts  Acetine  Blue  R  powder 

80  parts  Acetine  MLB 
COO  parts  acid  starch  tragacanth  thickc 
4  parts  tartaric  acid 

60  parts  acetic  acid  9°  Tw. 

80  parts  acetate  of  tannin  (1  :  1) 
156  parts  water 


After   printini;,  the  goods 
(10  p.arts  per  1000)  at  120"  K,  thi 


1000  parts  (by  weight) 

re   steamed   for   1    hour 
washed  and  soaped. 


passed   through    a    tartar 


Basische  Farbstoffe  —  Basic  Dyestuffs 


Vorschrift  1     —     Recipe  1 


Vorschrift  2    —     Recipe  : 


2%  Viktorlablan  B 
2%  Victoria  Blue  B 

Vorschrift  1     —     Recipe  1 


2%  Neumethylenblau  ND 
2%  New  Methylene  Blue  ND 

Vorschrift  1     —     Recipe  1 


2%  Thioninblan  GO 
2%  Thionine  Blue   GO 

Vorschiifl  1      —      Kf.ipp    1 


2%  Methylenblau  DBB  extra 
2%  Methylene  Blue  D2B  extra 


2%  Aethylblau  BD 
2%  Ethyl  Blue  BD 

Vorschriit  3     —     Rfclpe  3 


2%  Acetinblau  R  Pulv. 
2%  Acetine  Blue  R  powder 

Vorschrift  1     —     Recipe  1 


2%  Tannocyanin  B 
2%  Taunocyanine  B 

Vorschrift  1     —     Recipe  1 


2%  Tannocyanin  3G 
2%  Tannocyanine  3G 


Basische  Farbstoffe. 

Vorschrift  1 

20— liO  g  Farbstoft 
30  g  Glyzerin 
70  g  Essigsäure  6°  Be. 
20  g  Azelin  MLB 
2  g  Weinsäure 
158—38  g  Wasser 

600  g  Saure  SCarke-Tragant-Verdickung 
100—180  g  essigs.  Tannin  (1 : 1) 
1   k 

Nach   dem   Drucken   wird   die  Ware    1  Stunde  oline  Druck  gedämpft,    durch  ein  Brechweinsteinbad    (10  g  : 
Liter)  bei  50°  C  passiert,  gewaschen  und  geseift. 


Basic  Dyestuffs. 

Recipe  1 

2U-00  parts  dyestuSf 
30  parts  glycerine 
70  parts  acetic  acid  9°  Tw. 
20  parts  Acetine  MLB 
2  parts  tartaric  acid 
158 — 38  parts  water 

600  parts  acid  starch  tragacanth  thi 
100—180  parts  acetate  of  tannin  (1  : 1) 
1000  parts  (by  weight) 


After   printing,    the   goods   are   steamed    for    1    hour    without   pressure,    passed    through    a    tartar   emetic   bath 
(10  parts  per  10Ü0)  at  120°  F.,  then  washed  and  soaped. 
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Basisdie  Farbstoffe  —  Basic  Dyestuffs 


Vorsctrift  1     —     Recipe  1 


Vorschrift  1     —     Recipe  I 


•_'%  Methylengrau  RN 
2%  Methylene  Grey  RN 

Vorschrift  1     —     Recipe  1 


2%  Methylengrau  O 
2%  Methylene  Grey  O 

Vorschrift  1      —     Recipe  1 


2%  Methylengrau  ND  zinkfrei 

2%  Methylene  Grey  ND  free  from  zinc 

Vorschrift  1     —     Recipe  1 


2%  Brillantgrün  Kr.  extra 

2%  Brilliant  Green  cryst.  extra 

Vorschrift  1     —     Recipe  1 


2%  Malachitgrün  Kr.  extra 

2%  Malachite  Green  cryst.  extra 


Vorechr 

ift  1     —     Recipe  1 

j 

fiUH 

2%  Methylengrün  laD 
2%  Methylene  Green  laD 

Vorschrift  1     —     Recipe  1 


2%  Methylengrau  BD 
2%  Methylene  Grey  BD 


b%  Kohlschwarz  6618  G 
6  %  Coal  Black  6618  G 
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Basische  Farbstoffe  im  Tanninätzartikel. 

Vorschrift  4 

Alkalische  Weifiätze 

120  g  gelbes  Dcxtiin 
90  g  Britishgum  Pulver 
190  g  Wasser 
500  g  Natronlauge  40»  Bc. 
100  g  Natriumbisulfit  38°  Be. 
1  k 

Der  gebleichte  Stnff  wird  mit  40  g  Tannin  im  Liter  geklotzt,  '2  bis  3  Stunden  aufgerollt  liegen  gelassen, 
während  1  Minute  bei  45"  C.  durch  ein  Brechweinsteinbad  (20  g  im  Liter)  und  10  g  Salmiak  im  Liter  passiert  und 
getrocknet.  Hierauf  wird  mit  der  alkalischen  Weißätze  bedruckt,  getrocknet,  3  Minuten  im  Mather-Platt  gedämpft, 
durch  ein  Säurebad  (5  g  Schwefelsäure  61»"  Be  im  Liter)  passiert,  gut  gewaschen  und  geseift. 

Man  färbt  in  der  50 fachen  Wassermenge  unter  Zusatz  von  30  g  Brechweinstein  und  20  g  Alaun  pro  Kilo 
Ware  zuerst  */j  Stunde  kalt,  treibt  in  einer  weiteren  halben  Stunde  bis  zum  Kochen  und  kocht  noch  ^/j  Stunde. 
Zur  Verbesserung  des  Weiß  wird  die  Ware  zum  Schluß  gechlort. 


Basic  Dyestuffs  for  Tannin  Disdiarge  Styles. 

Recipe  4 

Alkaline  white  discharge 

120  parts  yellovv  dcitrine 
90  parts  British  gum  powder 
190  parts  water 

500  parts  caustic  soda  77»  Tw. 
1(10  parts  sodium  bisulphite  71°  Tw. 
1000  parts  (by  weight) 

The  bleached  goods  are  padded  with  40  parts  tannin  per  1000  parts  liquor,  rolled  up  and  left  for  2-3  ho 
then   passed    for    1    minute   .it  115°  F.  through    a   bath   containing   tarUr  emetic  (20  parts  per  1000)  and  salan 
(10  parts  per  1000),  and  dried.     They  are  then  printed  with  the  jlkaline  white  discharge,  dried,  steamed  for  3  minutes 
in  the  Mather  Piatt,  passed  through  an  acid  bath  (5  parts  sulphuric  acid  168°  Tw.  per  1000),   well  washed  and  soaped. 

The  goods  are  dyed  in  50  times  thrir  weight  of  water  with  the  addition  of  30  parts  tartar  emetic  and  20  parts 
alum  per  1000  parts  goods,  first  for  '/i  hour  cold,  then  bringing  the  bath  to  the  boil  in  '/,  hour  and  continuing 
boiling  for  a  further  ^U  hour.     To  improve  the  white,  the  goods  are  finally  chlorinated. 
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Basische  Farbstoffe  in  Tanninätzartikel 
Basic  DyestufFs  for  Tannin  Disdiarge  Styles 


Vorschrift  4     —     Recipe  4 


Vorschrift  4     —     Recipe  4 


2%  Tannocyanin  B 
2%  Tannocyanine  B 


!%  \eumethylenblau  ND 
:%  New  Methylene  Blue  ND 

Vorschrift  4    —    Recipe  4 


!%  Methylenheliotrop  OL 
1%  Methylene  Heliotrope  OL 

Vorschrift  4     —     Recipe  4 


1%  Krystallviolett  O 
1  %  Crystal  Violet  O 


2%  Echtbanmwollblau  TAN 
2%  Fast  Blue  for  Cotton  TAN 

Vorschrift  4     —     Recipe  4 


2%  Echtbaumwollblau  TAS 
2%  Fast  Blue  for  cotton  TAS 

Vorschrift  4     —     Recipe  4 


2%  Echtbaumwollblau  TAI 
2%  Fast  Blue  for  cotton  TAI 

Vorschrift  4     —     Recipe  4 


%  Methylengrün  extra  gelb 

%  Methylene  Green  extra  yellow 
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Resorcinfarbstoffe. 

Vopsehrift  5 

20—30  g  Farbstoff 
255—245  g  Wasser 

35  g  Essigsäure  6°  Be. 
GOO  g  Tragant  (60:1000) 
90  g  essigsaures  Cbrom  20°  Be. 
1  k 

Nach  dem  Drucken  wird  die  Ware  1  Stunde  ohne  Druck  gedämpft  und  ohne  : 


Resorcine  Dyestuffs. 

Reeipe  5 

20—30  paru  dyestuff 
255 — 245  parts  waler 

35  parts  acetic  acid  9°  Tw. 
600  parts  Iragacarth  (60:1000) 
90  parts  acetate  of  chrome  32"  Tw. 


1000  parts  (by  weight) 
After  printing,  the  goods  are  steamed  fur  1  hour  without  pressure,  then  finished  without  washing. 
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Resorcinfarbstoffe   —   Resorcine  Dyestuffs 


Vorschrift  5     —     Recipe  5 


3%  Uranin  N 
3%  Uranine  N 


Vorschrift  5     —     Recipe  5 


3%  Chrysolin  A  Pulv. 
3%  Chrysoline  A  powder 

Vorschrift  5     —     Recipe  5 


3%  Eosin  extra 
3%  Eostne  extra 

Vorschrift  5    —     Recipe  5 


3%  Erythrosin  extra 
3%  Erythrosine  extra 


Vorschrift  5     —     Recipe  5 


3%  Neuphloxin  G 
3%  New  Phloxine  G 

Vorschrift  5     —     Recipe  fi 


3%  Pbloxin  O 
3%  Phloxine  O 

Vorschrift  5     —     Recipe  5 


3%  Rose-Bengale  B 
3%  Rose  Bengale  B 

Vorschrift  5     —     Recipe  5 


!%  Rbodamin  B  extra 
!%  Rosazeine  B  extra 
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Beizenfarbstoffe. 


Vorschrift  6 


15—30  g  Farbstoff 
410—345  g  Wasser 
25  g  Glyzerin 
500  g  Weizenstärke-Tragant- Verdickung 
50—100  g  essigs.  Chrom  20»  Be. 
1  k 

Vorschrift  8 

600  g  Verdickung  für  Rot 

30  g  Lizarol   D  konz. 
120  g  Alizarinorange  Teig  SO"/,, 

90  g  Rhodanaluminium  12°  Bc. 

30  g  essigs.  Aluminium  12°  Bl-. 
2  g  Weinsäure 

10  g  oxals.  Zinn  10°  Be. 

36  g  essigs.  Kalk  18°  Be. 

82  g  Wasser 


Vorschrift  7 


150  g  Farbstoff 
150  g  Wasser 

600  g  Weizenstärke-Tragant-Verdickung 
100  g  essigs.  Chrom  20°  Be. 
1  k 


Vorschrift  9 

125  g  Farbstoff  in  Teig 

260  g  Wasser 

425  g  Saure-Stärke-Verdickung 

25  g  Ricinusöl 

40  g  Lizarol   D  konz. 

70  g  Rhodanaluminium  12°  E 

50  g  essigs.  Kalk  18°  Bi-. 

15  g  oxalsaures  Zinn  10°  Be. 
1  k 


Nach  dem  Drucken  auf  ungeölter  Ware  wiid  die  Ware  1  Stunde  gedämpft,  gewaschen  und  geseift. 


Mordant  Dyestuffs. 


Recipe  6 

15—30  parts  dyestuff 
410—345  paits  water 

25  parts  glycerine 
500  parts  wheat  starch   tragacanth   thickening 
50—100  parts  acetate  of  chiome  32°  Tw. 
1000  parts  (by  weight) 

Recipe  8 

600  parts  Thickening  for  Red 

30  parts  Lizarol  D  rone. 
120  parts  Alizarine  Orange  paste  20% 

90  parts  aluminium  sulpbocyanide  18°  Tw. 

30  parts  acetate  of  alumina  18°  Tw. 
2  parts  tartaric  acid 

10  parts  oxalate  of  tin   15°  Tw. 

36  parts  acetate  of  lime  28°  Tw. 

82  parts  water 
1000  parts  (by  weight) 


Recipe  7 

150  parls  dyestuff 

150  parts  water 

600  parts  wheat  starch  tragacanth  thicken 

100  parts  acetate  of  chrome  32°  Tw. 


1000  parts  (by  weight) 


Recipe  9 

125  parts  dyestuff  in  paste 

250  parts  water 

425  parts  acid  starch  thickening 
25  parts  castor  oil 
40  parts  Lizarol  D  cone. 
70  parts  aluminium  sulphocyanide 
50  parts  acetate  of  lime  28°  Tw. 
15  parts  oxalate  of  tin  15°  Tw. 
1000  parts  (by  weight) 


After  printing  i 


liled  cloth,  the  goods  are  steamed  fnr   1  ho 
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Beizen-Farbstoffe   —  Mordant  Dyestuffs 


Vorecbrift  6     —     Recipe  6 


Vorschrift  8    —     Recipe  8 


3%  Beizengelb  O 

3%  Mordant  Yellow  O 

Vorschrift  6    —     Recipe  6 


1,0%  Alizarinecbtgelb  GG 
1.5%  Alizarine  Fast  Yellow  2G 

Vorschrift  7     —     Recipe  7 


15%  Alizaringelb  GG  Teig 
15%  Alizarine  Yellow  2G  paste 

Vorschrift  6     —     Recipe  6 


1,5%  Saurealizarinorange  GR 
1.5%  Acid  Alizarine  Orange  GR 


12%  Alizarinorange  Teig  20% 
li%  Alizarine  Orange  paste  20% 

Vorschrift  7    —    Recipe  7 


15%  Alizaringelb  R  Teig 

15%  Alizarine  Yellow  R  paste 

Vorschrift  r,     —     Recipe  6 


3%  Chromogenrot  BD 
3%  Chromogene  Red  BD 

Vorschrift  9     —    Recipe  9 


12,5%  Brillanlalizaringranat  R  Teig 

12.5%  Brilliant  Alizarine  Claret  Red  R  paste 
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Beizenfarbstoffe. 


Vorschrift  10 

550  g  Verdickung  für  Rot 

30  g  Weinsäure  (1  :  10) 

40  g  Lizarol  D  konz. 
120  g  Alizarinrot  Teig  20% 
lO.i  g  Rhodanaluminium  12°  Be. 

35  g  essigs.  Tonerde  12"  Be. 

10  g  oxalsaures  Zinn  10°  Be, 

40  g  essigs.  Kalk  18°  Be. 

70  g  Wasser 
1  k 

Nach    dem    Drucken    auf    ungeöller   Ware 
1  Stunde  nachgedämpft,  gewaschen  und  geseift. 


Verdickung  für  Rot 

1000  g  Weizenstärke 

200  g  Weizenmehl 
7160  g  Wasser 

350  g  Tragant  (60:1000) 

650  g  Essigsäure  6°  Be. 


koche 


350  g  Tournante 
aon  B  Terpentin 


rird    die  Ware   3    Minuten 


Mather -Platt   vorgedämpft,   da 


Mordant  Dyestuffs. 


Recipe  10 

550  paits  Thickening  for  Red 

30  parts  tartaric  acid  (1  ;  10) 

40  parts  Lizarol  D  cone. 
120  parts  Alizarine  Red  paste  20°/, 
105  parts  aluminium  sulphocyanide  1S°  Tw. 

35  parts  acetate  of  alumina  18°  Tw. 

10  parts  oxalate  of  tin   15°  Tw. 

40  parts  acetate  of  lime  2S°  Tw. 

70  parts  water 
lUOO  parts  (by  weight) 


After   printing 
steamed  for   I  hour,  Wc 


on  unoiled    cloth,    the 
shed  ands  soaped. 


Thickening  for  Red 

1000  parts  wheat  starch 

200  parts  wheat  flour 
7  LSG  parts  water 
350  parts  tragacanlh  (60 :  1000) 
650  parts  acet'c  acid  9°  Tw. 

are  boiled,   and  when  cool 
350  parts  Tournant  oil  and 
3"0  parts  turpentine  are  added 
10,000  parts  (by  weight) 

ised    through    the  Malher-Platt   for   3  minutes,  the 
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Beizen-Farbstoffe   —  Mordant  Dyestuffs 


Vorschrift  10     —     Recipe  10 


12%  Alizarinrot  DSDG  Teig  20% 
12%  Alizarine  Red  DSDG  paste  20% 

Vorschrift  10     —      Recipe  10 


12%  Alizariarot  DOG  Teig  20% 
12%  Alizarine  Red  D2G  paste  20% 

Votschrift  10     —     Recipe  10 


12%  Alizarinrot  D5F  Teig  20% 
12%  Alizarine  Red  D5F  paste  20% 

Vorschrift  10    —     Recipe    10 


Vorschri 

t  10     -      Recipe  10 

1: 

IS 

w^^^l^W^^W^^l 

12%  Alizarinrot  DRX  Teig  20% 
12%  Alizarine  Red  DRX  paste  20% 

Vorschrift  10     —     Recipe  10 


12%  Alizarinrot  D2AG  Teig  20% 
12%  Alizarine  Red  D2AG  paste  20'; 

Vorschrift  10     —     Recipe  10 


12%  Alizarinrot  D  No.  I  Teig  20% 
12%  Alizarine  Red  D  No.  I  paste  20% 


\ 

/orschrift  10     —     Recipe  10 

^P 

i| 

12%  Alizarinrot  D4NG  Tejg  20% 
12%  Alizarine  Red  D4NG  paste  20% 


12%  Alizarinrot  DIB  Teig  20% 
12%  Alizarine  Red  DIB  paste  20% 
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Beizenfarbstoffe. 


30  g 
345  g 

25  e 
500  g 
100  E 


Vorschrift  6 

Chromogcnviolett  B 

Wasser 

Glycerin 

Weizenstärke-Tracant-Verdicku 


Chn 


20"  Bc. 


1  k 

Vorschrift  11 

100  fr 

Farbstoff 

175  B- 

Wa 

sser 

450  r 

saui 

■e  Stärke-Verdickuiig 

25  g 

Riz 

inusöl 

40  g 

Liz; 

iirol   D  konz. 

65  g 

wci 

nsaures  Aluminium   V: 

130  g 

Kh< 

jdancalcmm   U»   Bü. 

15  E 

oxa 

Isaures  Zinn  10°  B.'-. 

Vorschrift  13 

:  Farbstoff 

;  Wasser 

:  Weizenstärke-Tragant- Vcrdicku 

:  Ameisensäure  50°/« 

;  Rongalit  C 

;  grünes  Chromacetat  20*  Be. 


Vorschrift  15 


Vorschrift  9 


100 

g 

Farbstoff  im  Teig 

f>50 

g 

Wasser 

450 

E 

saure  Stärke- Verdickung 

25 

Rizinusöl 

40 

Lizarol  D  konz. 

70 

Rhodanaluraininm  12°  Be. 

50 

B 

essigs   Kalk  18°  Be. 

15 

g 
k 

oxalsaures  Zinn  10°  Be 

Vorschrift  12 

30 

g 

Farbstoff 

375 

Wasser 

5110 

Weizenstärke-Trasant-Verdicki 

t'O 

Ameisensäure  50°/„ 

75 

E 

grünes  Chromacetat  20°  Be, 

1 

k 

Vorschrift  14 

30  g  Chromogenazurin  BLD 

170  g  Wasser 

350  g  saure  Stärke- Verdickung 
200  g  Tragant  (60:1(100) 
1,50  E  Essigsäure  6°  Be 
10(1  g  essigs.  Chiom  20°  Be. 
1  k 


I  g  Farbstoff 

1  g  Wasser 

I  g  Weizenstärke-Tragant- Verdicku 

i  g  essigsaures  Chrom  20°  Be. 


1  k 


Nach  dem  Drucken  auf  i 
Druck  nachgedämpfi  und  da 


ogeölter  Ware  wird  die  Ware  3  Minu 
auf  gewaschen  und  geseift. 


Mather-Platt   vorgedämpft,  1  Sil 


Mordant  Dyestuffs. 


Recipe  6 


30  parts  Chromogene  Violet  B 
J45  parts  water 

25  parts  glycerine 

jOO  parts  wheat  starch  tragacanth  thicke 
100  parts  acetate  of  chrome  32°  Tw. 


luOO  paits 


Recipe  11 


100  parts  dyestuff 

175  parts  water 

450  paits  acid  starch  thickening 

25  parts  castor  oil 

40  parts  Lizarol  D  conc- 

65  parts  aluminium  tartrate  18°  Tw. 
130  parts  calcium  sulphocyanide  23°  Tw. 

15  parts  oxalate  of  tin  15°  Tw. 
1000  parts  ^by  weight) 

Recipe  13 


30  parts  dyestuff 
370  parts  water 
500  parts  wheat  starch  Irag 

20  parti  formic  acid  50  °/o 
5  parts  Rongalite  C 

75  parts  greer 


ilh  thickening 


1000  parts  (by  weight) 


Recipe  9 

100  parts  dyestuff  in  paste 
2.50  1)3"=  -="■■■ 
450  ^ 

25  parts  castor  oi 

40  parts  L- ' 

70  part!      ' 


2.50  pans  waler 

parts  acid  starch  thickening 
uarts  castor  oil 
,1  V 


70  parts  aluminium  sulphocyanide  18°  Tw. 
50  parts  acetate  of  lime  28»  Tw. 
15  parts  oxalate  of  tin  15°  Tw. 
1000  parts  (by  weight) 

Recipe  12 

30  parts  dyestuff 
375  parts  water 
500  paits  wheat  starch  tragacanth  thickenin 

20  parts  formic  acid  50°/o 

75  parts  green  chromium  acetate  32°  Tw. 
1000  parts  (by  weight) 

Recipe  14 

30  parts  Chromogene  Azurine  BLD 

170  parts  water 

350  parts  acid  starch  thickening 

200  parts  tragacanth  (60:1000) 

150  pans  acetic  acid  a°  Tw. 

100  parts  acetate  of  chrome  32°  Tw. 


1000  pan 


Recipe  15 

60  p.arts  dyestuff 
380  parts  water 

500  parts  wheat  starch  tragacanth  thii 
60  parts  acetate  of  chrome  32°  Tw. 
1000  parts  (by  weight) 


steamed 


After   printing    on    unoiled    cloth,    the    goods   are   first    stea 
for  1  hour  without  pressure,  washed  and  soaped. 

20 


ed    f.. 


the    Mather    Plait,    the 


Beizen-Farbstoffe  —  Mordant  Dyestuffs 


Vorschrift  9    —     Recipe 


1U%  Alizaringranat  B  Teig 

10%  Alizarine  Claret  Red  R  paste 

Vorschrift  11      -     Recipe  11 


10%  Alizarin violamin  R  Teig 
10%  Alizarine  Violamine  R  paste 


3%  Chromogenviolett  B 
3%  Chromogene  Violet  B 

Vorschritt  13    —     Recipe  13 


Vorschrift  12    —    Recipe  12 


3%  Philochromin  D  Pulver 
3%  PMlocliroraine  D  powder 


hrift  U     —     Recipe  U 


3%  Chromogenazurin  ELD 
3%  Chromogene  Azurine  BLD 

Vorschrift  13     —     Recipe  13 


3%  Chromblau  BMJ  Pulver 
3%  Chrome  Blue  BMI  powder 

Vorschrift  15     —     Recipe  15 


3%  Chromviolett  VM  Pulver 
3%  Chrome  Violet  VM  powder 


6%  Alizarinblau  SB  Pulver 
i>%  Alizarine  Blue  SB  powder 
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Vorschrift  16 

Weizenstäike-Tragant-Verdicku 

Wasser 

FarbstoflF  in  Teig  20  7o 


50  g  Glyz 


Chr. 


20»  Be. 


245  g  \Va 


Vorschrift  18 

(auf  napktolierle  Ware) 
Viridon  FE 


6»  b;-. 


Weizenstärke-Tragant- Verdicku 

Glyzerin 

Olivenöl 

holzessigsaures  Eisen   10°  Bc. 

Rhodaneisen    lU"  Br. 

BisuUit  38°  El-. 


Beizenfarbstoffe. 


Vorschrift  20 

200  g  Brillant-Alizaringrün  F  Teig 
210  g  Wasser 

20  g  Glyzerin 
450  g  Stärke-Tragant- Verdickung 

20  g  Essigsäure  5U°/o 
100  s  grünes  Cbroniacetat  20°  Be. 
1  k 

Nach  dem  Drucken  wird  die  Ware  1  Stun 
Bei  Viiidon  FE  wird  die  Ware  nur  S  Jlii 


Vorschrift  17 

60  g  Chrombister  NO 
340  g  Wasser 

500  g  Weizenstärke-Tragant-Verdickung 
'On  g  essigsaures  Chrom  20°  Bc. 
1  k 

Vorschrift  19 

30  g  Coerulein  S  Pulv. 

20  g  Glyezin   A 
400  g  k.'iltes  Wasser 
500  g  Siärke-Tragant-Verdickung 

50  g  grünes  Chromacelat  20»  Be, 


1   k 


Vorschrift  21 


40  g  Alizaringrün  FF  Pulver 

350  g  Wasser 

500  g  Weizenstärke-Tragant- Verdickung 

10  g  Essigsäure  6°  Be. 
100  g  essigsaures  Chrom  20»  Be. 
1  k 

Vorschrift  22 

250  g  Farbstoff  In  Teig 
100  E  Wasser 
50  g  Essigsäure  6»  Be- 
500  g  Weizenstärke-Tragant-A'erd'ckung 
100  g  grünes  Chromacelat  20»  Bc. 
1  k 

Druck  gedämpft  und  darauf  gewaschen  und  geseift. 
Malher-Flatt  gedämpft  und  darauf  gewaschen  und  geseift. 


Recipe  16 


Mordant  Dyestuffs. 


600  parts  wheat  starch  tragacanth  thickening 
ISO  pans  water 

15Ü  pafts  dyestuff  in  paste  20°/o 
50  parts  glycerine 

120  parts  acetate  of  chrome  32°  Tw. 
lUUU  parts  (by  weight) 

Recipe  18 

(on  napbtholated  goods) 

60  parts  Viridone  FE 
245  parts  water 

50  parts  acetic  acid  9»  Tw. 
470  parts  wheat  starch  tragacanth  thickening 

30  parts  glycerine 

15  parts  olive  oil 

80  paits  pyrolignite  of  iron  15°  Tw. 

40  parts  ferrosulphocyanide   15°  Tw. 

10  parts  bisulphite  71»  Tw. 
1000  parts  (by  weight) 

Recipe  20 

200  parts  Brilliant  Alizarine  Green  F  paste 

210  parts  water 

20  parts  glycerine 
450  parts  starch  tragacanth  thickening 

20  parts  acetic  acid  60°/„ 
100  parts  green  acetate  ol  chrome  32°  Tw. 
1000  parts  (by  weight) 


Recipe  17 


„„  parts  Chrome  Bistre  NO 
340  parts  water 

50tl  parts  wheat  starch  tragacanth  thickening 
100  parts  acetate  of  chrome  32°  Tw. 


ouu  parts  wneai  starcn 
100  parts  acetate  of  ch 
1000  pans  (by  weight) 

Recipe  19 

30  parts  Ceruleine  S  powder 

20  parts  Glyezine  A 
400  parts  cold  water 
500  parts  starch  tragacanth  thickening 
50  pans  green  acetate  of  chrome  82°  Tw. 
lOOU  parts  (by  weight) 

Recipe  21 

40  parts  Alizarine  Green  2F  powder 
350  parts  water 
500  parts  wheat  starch  tragacanth  thickening 

10  parts  acetic  acid  9°  Tw. 
100  parts  acetate  of  chrome  32»  Tw. 
1000  pans  (by  weight) 

Recipe  22 

250  parts  dyestuff  in  paste 
100  pans  water 
50  parts  acetic  acid  9°  Tw. 
500  parts  wheat  starch  tragacanth  thickening 
100  parts  green  acetate  of  chrome  32»  Tw. 
lOUO  pans  (by  weight) 


After  printing,  the  goods  art 
Goods  printed  with  Viridone 


ed  for   1  hour  without  pre 
e  steamed  in  the  Mather 


washed  and  soaped, 
ninutes  only,  then  washed  £ 
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Beizen-Farbstoffe  —   Mordant  Dyestuffs 


Vorschrift  17     —     Recipe  17 


Vorschrift  20     —    Recipe  20 


6%  Chroiiibister  NO 
6%  Chrome  Bistre  NO 

Vorschrift   16     —     Recipe  16 


15%  Alizarinbraun  HD  Teig 
15%  Alizarine  Brown  HD  paste 

Vorschrift  19     —     Recipe  19 


3%  Coerulein  S  Pulver 
3%  Ceruleine  S  powder 

Vorschrift  18     —     Recipe  18 


2ü%  Brillantalizaringrün  F  Teig 

20%  Brilliant  Alizarine  Green  F  paste 


Vorschrift  21     — 

Recipe 

21 
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4%  Alizaringrün  FF  Pulver 
4%  Alizarine  Green  2F  powder 

Viirschrift  22    —     Recipe  22 


'J5%  Alizarinschwarz  S  Teig 
25%  Alizarine  Black  S  paste 

Vorschrift  22     —     Recipe  22 


6%  Viridon  FE 
6%  Viridone  FE 


25%  Alizarinchromschwarz  S  Teig 
25%  Alizarine  Chrome  Black  S  paste 
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Direktziehende  Farbstoffe  ohne  Nachbehandlung. 

Vorschrift  23 

200  B  Zinkoiyd  (l;]l 
600  e  Gummiwasser  (1:2) 
2IJ0  g  Rongalit  C  (1  ;1) 
1  k 

Nach  dem  Drucken    wird    die  Ware  5  Minuten    im    luflfreien  Mather-Plalt   bei  101"  C  gedämpft   und  darauf 
kalt  «waschen. 


Direct  Dyestuffs  without  aftertreatment. 


Recipe  23 

L'OO  parts  zinc  oiide  (1:1) 
600  parU  gum  solution  (1  : 2) 
200  parts  Rongalite  C  (1:1) 


1000  parts  (by  weight) 
After  printing,  the  goods  are  steamed  tor  5  minutes  in  the  air-free  Mather  Piatt  at  215°  F.,  then  washed  cold. 
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Direktziehende  Farbstoffe  ohne  Nadibehandlung 
Direct  DyestufFs  without  aftertreatment 


Vorschrift  23    —     Recipe  23 


3%  Dianillicbtgelb  SGL 

3%  Dianil  Light  Yellow  SGL 


3%  Dianilechtorange  O 
3%  Dianil  Fast  Orange  O 


Vorschrift  23     — 


3%  Kresotingelb  G 
3%  Cresotine  Yellow  G 

.'^orschrift  23     —     Recipe  23 


3%  Aurophenin  O 
3%  Aurophenine  O 

rschrift  23     —     Recipe  23 


3%  Dianilorange  GS 
3%  Dianil  Orange  GS 


3%  Dianillichtrot  6BL 
3%  Dianil  Light  Red  6ßL 

Vorschrift  23     —     Recipe  23 


3%  Dianillichtrot  8BL 
3%  Dianil  Light  Red  8BL 

Vorschrift  23     —     Recipe  23 


3%  Dianilechtscharlach  8  BS 
3%  Dianil  Fast  Scarlet  8BS 
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Direktziehende  Farbstoffe  ohne  Nachbehandlung. 

Vorschrift  23  Vorschrift  24 

200  g  Zinkoiyd  (1:1)  200  g  Zinkoxyd   (1:1) 

600  g  Gummiwasser  (1:2)  650  g  Gummiwasser  (1  :2) 

200  g  Rongalit  C  (1:1)  150  g  Rongalit  C  (1 :1) 

1  k  1  k 

Nach  dem  Drucken  wird  die  Ware  5  Minuten   im   luttfieien  Malhet-Platt  bei  101°  C  gedämpft  und  darauf 
kalt  gewaschen. 


Direct  Dyestuffs  without  aftertreatment. 

Recipe  23  Recipe  24 

200  pans  zinc  oxide  (1:1)  200  parts  zinc  oxide  (1  : 1) 

600  parts  gum  solution  {1:2)  650  parts  gum  solution  (1:2) 

200  parts  Rongalite  C  (1:1)  150  parts  Rongalite  C  (1:1) 


1000  parts  (hy  weight)  1000  parts  (by  weight) 

:r  printing,  the  goods  are  steamed    for  5  minutes    in  the  air-free  Mather  Tlatt  at  215''  F..    then  washed  ( 
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Direktziehende  Farbstoffe  ohne  Nadibehandlung 
Direct  Dyestuffs  without  aftertreatment 


Vorschrift  23    —    'Recipe  23 


2%  Dianilechtrosa  BBL 
2%  Dianil  fast  Pink  2BL 


2%  Dianilrosa  BD 
2%  Dianil  Fink  BD 


Vorschrift  23      - 


3%  Dianillicbtrot  12  BL 
3%  Dianil  Light  Red  12BL 

Vorschrift  23    —    Recipe  23 


3%  Dianillichtrot  12  B  W 
3%  Dianil  Light  Red  12  BW 


3%  Dianilviolett  H 
3%  Dianil  Violet  H 

Vorschrift  2  t     —     Recipe  24 


3%  Dianilechtviolett  BL 
3%  Dianil  Fast  Violet  BL 


3%  Dianilblau  4R 
3%  Dianil  Blue  4R 

Vorschrift  23     —     Recipe 


3%  Dianildunkelblau  3R 
3%   Dianil  Dark  Blue  3R 
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Direktziehende  Farbstoffe  ohne  Nachbehandlung. 

Vorschrift  25  Vorschrift  26 

200  g  Zinkoxyd  (1  ;  1)  200  g  Zinkoxyd  (1:1) 

675  e  Gummiwasser  (1 :  2)  725  g  Gummiwasser  (1  :  2) 

125  g  Rongalit  C  (1 : 1)  j5  g_Rongalit  C  (1 : 1) 

1  k  1  k 

Nach    dem  Drucken  wird    die  Ware  5  Minuten    im    luftfreien  Mather-Platt  bei    101°  C  gedämpft   und  darauf 
kalt  gewaschen. 


Direct  Dyestuffs  without  aftertreatment. 

Recipe  25  Recipe  26 

200  parts  zinc  oiide  (1 : 1)  200  parts  zinc  oxide  (1:1) 

675  parts  gum  solution  (1:2)  725  parts  gum  solution  (1:2) 

125  parts  Rongalite  C  (1:1)  75  parts  Rongalile  C  (I  :1) 

1000  parts  (by  weight)  lUOO  pans  (by  weight) 
After  printing,  the  goods  are  steamed  tor  5  minutes  in  the  air-free  Mather  Piatt  at  215°  F.,  then  wa 
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Direktziehende  Farbstoffe  ohne  Nachbehandlung 
Direct  DyestufFs  without  aflertreatment 


Vorschrift  26 


Recipe  26 


3%  Brillantdianilblau  OG 
3%  Brilliant  Dianil  Blue  6G 


3%  Brillantdianilblau  R 
3%  Brilliant  Dianil  Blue  R 


3%  Brillantdianilblau  3G 
3%  Brilliant  Dianil  Blue  3G 


Vorschrift  25 


3%  Dianilreinblau  PH 
3%  Dianil  Pure  Blue  PH 

Vorschrift  25     —     Recipe  25 


3%  Dianilblau  H3G 
3%  Dianil  Blue  H3G 

Vorschrift  25     —     Recipe  25 


3%  Dianilechtblau  GL 
3%  Dianil  Fast  Blue  GL 

Vorschrift  25     —    Recipe  25 


3%  Dianilblan  H6G 
3%  Dianil  Blue  H6G 


3%  Dianil  blau  G 
3%  Dianil  Blue  G 
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Direktziehende  Farbstoffe  ohne  Nachbehandlung. 


Vorschrift  23 

200  g  Zinkoxyd  (1  :  1) 
600  e  Gummiwasser  (1  :  2) 
200  g  Rongalit  C  (1:1) 


Vorschrift  25 

200  g  Zinkoiyd  (1:1) 
675  g  Gummiwasser  (I:! 
125  g  Rongalrt  C   (1:1) 


kalt  gewaschen. 


iiJ    die  Ware  5  Minut. 


Malher-Plalt   bei   101»  C   gedämpft   und   da 


Direct  Dyestuffs  without  aftertreatment. 

Recipe  23 


200  parts  zinc  Oxide  (1  : 1) 
600  parts  gum  solution  (1:2) 
200  parts  Rongalite  C  (1:1) 
1000  parts  (by  weight) 
After  printing,  the  goods  are  ste 


200  parts  zir 
675  parts  gu 
126  parts  R( 


Recipe  25 

oxide  (1:1) 
solution  (1:2) 

Salite  C  (1:1) 

■veighl) 


10UÜ  parts  (by 
■  Mather  Piatt  at  215°  l\,  th 


ished  cold. 
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Direktziehende  Farbstoffe  ohne  Nadibehandlung 
Direct  DyestufFs  without  aftertreatment 


Recipe  25 


Recipe  1 


3%  Dianilblau  B 
3%  Dianil  Blue  B 


3%  Dianilblau  2R 
3%  Dia  nil  Blue  2R 

Vorschril't  23    —     Recipe  23 


3%  Dianilblau  R 
3%  Dianil  Eine  R 

Vorschrift  25    —    Recipe  25 


3%  Dianilblau  HG 
3%  Dianil  Blue  HG 

orschrilt  23    —     Recipe  23 


3% 

Dianil  azur 

in 

G 

3% 

Dianil 

Az 

an 

ne  G 

Vorschrift  25 

^^ 

R 

ecipe  25 

3%  Dianilchromblau  B 
3%  Dianil  Chrome  Blue  B 


Recipe  23 


3%  Dianilblan  H2G 
3%  Dianil  Blue  H2G 


3%  Dianildunkelblau  R 
3%  Dianil  Dark  Bine  R 
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Direktziehende  Farbstoffe  ohne  Nachbehandlung. 

Vorschrift  23  Vorschrift  27 

200  g  ZinkoxjJ  (1:1)              .  20U  g  Zinkoxyd  (1  :  I ) 

COO  g  Guramiwasser  550  g  Gummiwasser  (1:2) 

200  K  Rongalit  C  (1:1)  050  g  Rongalit  C  (1:1) 

1  k  1  k 

Nach  dem  Drucken  wird   die  Ware  5  Minuten    im    luftlreien  Mather-Piatt   bei    101  °  C   gedämpft   und   da 
kalt  gewaschen. 


Direct  Dyestuffs  without  aftertreatment. 

Recipe  23  Recipe  27 

200  parts  zinc  oxide  (1:1)  200  parts  zinc  oxide  (1:1) 

600  parts  gum  solution  550  parts  gum  solution  (1  :2) 

2"n  parts  Rongalite  C  (1  :  I)  250  parts  Rongalite  C  (1:1) 

U'OO  parts  (by  weight)  1000  parts  (by  weight) 
After  printing,  the  goods  are  steamed  for  5  m'.nutes  in  the  .lii-frec  Mather  Tlalt  at  215"  F.,  tlien  washed  cold. 
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Direktziehende  Farbstoffe  ohne  Nachbehandlung 
Direct  Dyestuffs  without  aftertreatment 


Vorschrift  23 


Vorschrift  23    —    Recipe  23 


.10/0  Dianiljaponin  G 
30/0  Dianil  Japonine  G 

Vorschrift  23    —     Recipe  23 


30/0  Dianilgrün  BEN 
3»/o  Dianil  Green  2  BN 


3%  DlanilbrauQ  CG 
3%  Dianil  Brown  CG 


3°/o  Dianilechtgrau  BBL 
30/0  Dianil  Fast  Grey  2BL 


3%  Dianilechtbraun  B 
30/0  Dianil  Fast  Brown  B 


60/0  Patentdianilschwarz  ES  konz. 
6°/o  Patent  Dianil  Black  EB  conc. 

Vorschrift  27     —     Recipe  27 


3»/o  Dianilchrombraun  R 
3»/o  Dianil  Chrome  Brown  R 


60/0  Patentdianilschwarz  FF  konz. 
60/0  Patent  Dianil  Black  2F  conc. 
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Direktziehende  Farbstoffe  mit  Nachbehandlung. 

Die  Diazanilscharlach',  Diazanilrosa  B,  Diazanilbordeaux  B  und  die  Diazanilblaumarken  werden 
nach  dem  Färben  '/.  Stunde  in  einem  kalten  Bade  mit  2,5''/o  Ni'ri'  und  7,5°/«  Sahsäure  2ä°  Be,  diazotiert,  darauf 
gespült   und    in   einem  frischen  Bade  mit  17„  Beta-Naphtol   und  2°/u  Natronlauge  22°  Be.  '/,  Stunde   kalt   entwickelt. 


Vorschrift  28 

500  g  Britishgum  (1  :  1) 
150  g  Zinkoxyd  (1:1) 
150  g  Rongalit  C  (1:  1) 

30  g  Leukotrop  0 

20  g  Anthrachinon  Teig 

20  g  Olivenöl 
130  g  Wasser 


1  k 

Nach  dem  Drucken  wird  die  Ware  5  Minuten 
gewaschen,  gesäuert,  wieder  gewaschen  und  geseift. 


Mather-Platt   bei  101»  C   gedämpft    und  darauf 


Vorschrift  29 

500  g  Weizenstärke-Tragant- Ver 
100  g  Rongalit  C  (1  :  1) 
20  g  Ultramarin  (1:1) 
20  g  Olivenöl 
360  g  Wasser 
1  k 
Nach  dem  Drucken  wird  di 
gewaschen  und  geseift. 


Ware  5  Minuten 


Vorschrift  30 

500  g  Weizenstärke-Tragant-Verdickung 
150  g  Rongalit  C  (1:1) 
20  g  Ultramarin  (1 : 1) 
20  g  Olivenöl 
310  g  Wasser 

1  k 
Mather-Platt   bei    lOl»  C    gedämpft    und  c 


Direct  Dyestuffs  with  aftertreatment. 


The  Diazanil  Scarlet,  Diazanil  Pink  B,  Diazanil  Ciaret  Red  B  and  Diazanil  Blue  brands  are,  afte 
dyeing,  diazotized  for  V2  hour  in  a  cold  bath  containing  2'/i''/o  nitrite  and  7Vi*/o  hydrochloric  acid  36"  Tw.,  rinsed,  the 
developed  for  '/i  hour  in  a  fresh  cold  bath  containing  I'/o  Beta  Naphthol  and  2Vo  caustic  soda  36"  Tw. 

Recipe  28 

500  parts  British  gum  (1:1) 
150  pans  zinc  oxide  (1:1) 
160  parts  Rongalite  C  (1:1) 

30  parts  Leucotrope  0 

20  parts  Antbraquinone  paste 

20  parts  olive  oil 
130  parts  water 
1000  parts  (by  weight) 


ured 


After  printing,    the    goods 
off,  again  washed  and  soap 


steamed    for  5  minutes  i 


the 


-free  Mather-Platt  at  215»  F.,  the 


Recipe  29 

500  parts  wheat  starch  tragacanth  thickening 
100  parts  Rongalite  C  (1 :  I) 
20  parts  ultramarine  (1:1) 
20  parts  olive  oil 
360  parts  water 
1000  parts  (by  weight) 

After  printing,  the  goods  are  steamed  for  5  c 


Recipe  30 

500  parts  wheat  starch  tragacantli  th 
l.'iO  parts  Rongalite  C  (1 :  1) 
20  parts  ultramarine  (1:1) 
20  pans  olive  oil 
310  parts  water 
1000  parts  (by  weight) 
r-free  Mather-Platt  at  215»  F.,  then  washed  : 


ad  soaped. 
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Direktziehende  Farbstoffe  mit  Nadibehandlung 
Direct  DyestufFs  with  aftertreatment 


so/o  Diazanilscharlach  BA  (B.  Naphtol) 
3 0/0  Diazanil  Scarlet  BA  (Beta  Naphthol) 


3»/u  Diazanilrosa  B  (B.  Naphtol) 
I  Diazanil  Pink  B  (Beta  Naphthcl) 

Vorschrift  30     —     Recipe  30 


3"/o  Diazanilscharlach  SB  A  (ß.  Naphtol) 
3"/o  Diazanil  Scarlet  3BA  (Beta  Naphthol) 


Recipe  28 


30/0  Diazanilbordeaux  B  (B.  Naphtol) 

30/0  Diazanil  Ciaret  Red  B  (Beta  Naphthol) 

Vorschrift  29    —     Recipe  29 


3"/o  Diazanilscharlach  4BA  (B.  Naphtol) 
30/0  Diazanil  Scarlet  4BA  (Beta  Naphhtol) 

Vorschrift  28     —     Recipe  28 


3»/o  Diazanilreinblau  4BG  (B.  Naphtol) 

3"/o  Diazanil  Pure  Blue  4BG  (Beta  Naphthol) 

Vorschrift  30     — 


3»/o  Diazanilscharlach  6BA  (B  Naphtoli 
30/0  Diazanil  Scarlet  6BA  (Beta  Naphthol) 


4"/o  Diazanilblau  RR  (ß.  Naphtol) 
40/0  Diazanil  Blue  2R  (Beta  Naphthol) 
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Direktziehende  Farbstoffe  mit  Nad\behandlung. 

Dianilbraun  3G0,  Dianilbraun  D,  Dianilbraun  VH  und  Dianilgrün  E  werden  nach  dem  Färben  mit 
4%  Azophorrot  PN  und  27„  essigsaurem  Natron  '/i  Stunde  kalt  behandelt. 

Dianilbraun  MH,  Diazanilschwarz  BD,  Dianilschwarz  ES  und  Diazanilschwarz  OT  werden  nach 
dem  Färben  '/i  Stunde  in  einem  kalten  Bade  mit  2,17,  Nitrit  und  7,5°/,  Salzsäure  22°  Be.  diazotiert,  darauf  gespült 
und  in  einem  frischen  Bade  kalt  entwickelt. 

Dianilbraun  MH  wird  mit  0,7°/»  ra-Phenylendiamin,  Diazanilschwarz  BD,  Dianilscbwarz  ES  und 
Diazanilschwarz  OT  mitO,75°./„  m-Phenylendiamin,  0,25°/»  Beta-Naphtol  und  0,5°/«  Natronlauge  22°  Bc.  entwickelt. 


Vorschrift  30 

500  g  Weizenstärke-Tragant- Verdicku 
150  g  Rongalit  C  0:1) 

20  g  Ultramarin  (1:1) 

20  g  Olivenöl 
310  g  Wasser 
1  k 


Nach  dem  Drucke 
gewaschen  und  geseift. 


'ird  die  W; 


Vorschrift  31 

500  g  Weizenstärke-Tragant-Verdickung 
200  g  Rongalit  C  (1:1) 
20  g  Ultramarin  (1:1) 
30  g  Olivenöl 
280  g  Wasser 
1  k 
Mather-Platt  bei  101°  C.  gedämpft  und  darauf 


Direct  Dyestuffs  with  aftertreatment. 


Dianil  Brown  3  GO,  Dianil  Brown  D,  Dianil  Brown  VH  and  Dianil  Green  E  are,  after  dyeing, 
old  for  Vs  hour  with  4°/„  Azophor  Red  FN  and  2°/„  acetate  of  soda. 

Dianil  Brown  MH,  Diazanil  Black  BD,  Dianil  Black  ES  and  Diazanil  Black  OT  are,  after  dyeing, 
:old  for  '/>  hour  in  a  bath  containing  2'/i°/i)  nitrite  and  7'/s°/e  hydrochloric  acid  36°  Tw,  then  rinsed  and  deve- 
a  fresh  cold  bath. 

Dianil  Brown  MH  is  developed  with  0.7°/o  mela-phcnylene-diamine,  Diazanil  Black  BD,  Dianil  Black  ES 
nd  Diazanil  Black  OT  with  0.757«  nieta-phenylene-diamine,  0.25 °/o  Beta  Naphthol  and  0.57»  caustic  soda  36°  Tw. 


treated  ( 


treated 
loped  ii 


Recipe  30 

500  parts  wheat  starch  tragacanth  thickening 
150  parts  Rongalite  C  (1:1) 

20  parts  ultramarine  (1:1) 

20  parts  olive  oil 
310  parts  water 


1000  parts  (by  weight) 
After  printing,  tl 


steamed   for  5 


Recipe  31 

500  parts  wheat  starch  tragacanth 
200  parts  Rongalite  C  (1 : 1) 
20  parts  ultramarine  (1:1) 
20  parts  olive  oil 
260  parts  water 
1000  parts  (by  weight) 
e   air-free  Mather  Piatt  at  215°  F., 
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Direktziehende  Farbstoffe  mit  Nadibehandlung 
Direct  DyestufFs  with  aftertreatment 


Recipe  30 


3%  Dianilbraiin  3GO  (Azophorrot) 
30/0  Dianil  Brown  SGO  (Azophor  Red) 
Vorschrift  30     —     Recipe  30 


30/0  Dianilbrann  D  (Azophorrot) 
3"/o  Dianil  Brown  D  (Azophor  Red) 


3",o  Dianilbraun  MH  (m-Phenyl.  diamin) 

3»/ci  Dianil  Brown  MH  (raeta-phenylene-diamine) 


Recipe  31 


Vorschrilt  30    —     Recipe 


3»/o  Dianilgrün  E  (Azophorrot) 
3"/o  Dianil  Green  E  (Azophor  Red) 
Vorschrift  31     —     Recipe  31 


60/0  Dianilschwarz  ES  (tn-Phenyl.  diamin  und 

B   Naphtol) 
5»/o  Dianil  Black  ES  (raeta-phenylene-diamine  + 
Beta  Naphtbol) 


Vorschrift  31     —     Recipe  31 


5"/0  Diazanilscbwarz  BD  (m-Phenyl.  diamin  und 

B.  Naphtol) 

5"/o  Diazanil  Black  BD  (meta-phenylene-diarame  + 

,    •,    „.  „     •       „,  Beta  Naphthol) 

Vorschrift  31     —    Recipe  31  ^  ' 


S»/»  Dianilbraun  VH  (Azopho 

3»/o  Dianil  Brown  VH  (Azophor  Red) 


5»/o  Diazanilscbwarz  OT   (m-Phcnyl.  diamin  und 

B,  Naphthol) 

50/0  Diazanil  Black  OT  (mtta-phenylene-diamine  + 

Beta  Naphthol) 
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6-25—610  e 

75—    0  e 

150  g 

150-240  K 


Vorschrift  32 

Alkalische  Verdickung 
Natronlauge  22*  Be; 
Rongalit  C  (1:1) 
Farbstoff  in  Teig 


Küpenfarbstoffe. 


1 

k 

VoFSChpi 

ft  34 

150- 

-200 
80 

g  Farbstoff  in 
g  Glyzerin 

Teig 

450- 

-400 

g  Stärke-Trag; 

ant-Verdii 

:kung 

60 

g  Solutionssalz 

B  (1:1) 

120 

g  Pottasche 

40 

g   Hydrosulfit  konz.  Pub 

.-er  erw 

armen 

auf  55«  C  l 

)is  der  Fa 

ibstoff 

gelöst 

ist,  abkühle 

n  und  da: 

nn  zugeben 

100 

g  Rongalit  C  | 

[1:1) 

Vorschrift  33 

75—200  g  Farbstoff  in  Teig 
80  B  Glyzerin 
500—450  g  Weizenstärke-Tragant- Verdicku 
75—     0  g  Wasser 
120  g  Pottasche 
150  g  Rongalit  C  (1:1) 
1  k 

Alkalische  Verdickung 

100  g  Britishgum  Pulver 
40  g  Weizenstärke  Pulver 
860  g  Natronlauge  40°  Be. 


1  k 
ichen  und  bis  : 


Koche 


Nach    dem  Drucken   wird   die  Ware  3—5  Minuten  im    luftfreien  Mather-Platt-Schoelldämpfer   bei  101" 
feuchtem  Dampf  gedämpft  und  darauf  gewaschen  und  kochend  geseift. 


Recipe  32 

623-640  parts  alkaline  thickening 
75—     0  parts  caustic  soda  36"  Tw. 

150  parts  Rongalile  C  (I  :  1) 
150 — 240  parts  dyestuff  ia  paste 
1000  pans  (by  weight) 

Recipe  34 

150-200  parts  dyestuff  in  paste 

80  parts  glycerine 
450--400  parts  starch  tragacanth  thickening 
60  parts  Dissolving  Salt  B  (1  ;  1) 
120  parts  potash 

40  parts  Hydrosulphite  cone,  powder  are 

heated    to    l.SO"    F    until    the 

dyestuff  is  dissolved  ;  when  cool, 

100  parts  Rongalile  C  (1:1)    are  added. 


Vat  Dyestuffs. 

Recipe  33 

75—200  pans  dyestuff  in  paste 

80  parts  glycerine 
500 — 450  parts  wheat   starch    tragacanth  thickening 
75—     0  parts  water 
120  parts  potash 
150  parts  Rongalite  C  (1:1) 
1000  parts  (by  weight) 


Alkaline  thickening 

100  parts  British  gum  powder 
40  parts  wheat  starch  powder 
860  parts  caustic  soda  77*  Tw. 

ght) 

Qd  heated  to  the  b< 


1000  parU  (by 
are  mixed  col 


1000  parts  (by  weight) 


After   printing,    the   goods   are   steamed    with    moist   steam    for   3- 
F.,  then  washed  and  soaped  at  the  boil. 


■free  Mather  Piatt  at 
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Küpenfarbstoffe   —   Vat  Dyestuffs 


Vorschrift  33    —     Recipe  33 


Vorschrift  32     —     Recipe  32 


100/0  Helindongelb  DAGO  dopp.  Teig 

10»/o  Helindon  Yellow  DAGC  double  paste 

Vorschrift  33     —     Recipe  32 


150/0  Helindongelb  3GN  Teig 

IS 0/0  Helindon  Yellow  3GN  paste 

Vorschrift  34    —    Recipe  34 


15»/o  Indantbrengelb  3GF  dopp.  Teig 

15»  0  Indanthren  Yellow  8GF  double  paste 


Vorschrift  33     —     Recipe  33 

200/0  Indanthrengelb  GF  Teig 
200/0  Indanthren  Yellow  GF  paste 


240/0  Indanthrengelb  GK  Teig 
24  0/0  Indanthren  Yellow  GK  paste 
Vorschrift  33     —     Recipe  33 


7,50/0  Indanthrengelb  G  dopp.  Teig  fein 
7.50/0  Indanthren  Yellow  G  double  paste  fine 

Vorschrift  33     —     Recipe  33 


100/0  Indanthrengoldgelb  GK  dopp.  Teig 

100/0  Indanthren  Golden  Yellow  GK  double  paste 

Vorschrift  34     —     Recipe  34 


200/0  Indanthrengoldorange  SG  Teig 
200/0  Indanthren  Golden  Orange  3G  paste 


39 


Küpenfarbstoffe. 


Vorschrift  32 

610  g  Alkalische  Verdickung 
150  g  Rongalit  C  (1:1) 
240  g  Farbstoff  in  Teig 


Alkalische  Verdickung 

lue  g  Britishgum  Pulver 
40  g  Weizenstärke  Pulver 
8(10  g  Natronlauge  W  Be. 


1  k 
Kalt  mischen  und  bis 


Kochen 


Vorschrift  33 

Teig 


75—240  g  Farbstoff  i 
80  g  Glyzerin 
500—410  g  Weizenstärke-Tragant- Verdickung  ■ 
75-0  g  Wasser 
120  g  Poltasche 
150  g  Rongalit  C  (1:1) 
1  k 


Vorschrift  36 

Farbstoff  in  Teig 

Glyzerin 

Stärke-Tragant- Verdickung 

Soda  kalz. 

Solutionssalz  B  (1:1) 

Hydrosulfit  konz.  Pulv.  erwärmen  auf  55° 

bis    der    Farbstoff   gelöst    ist,    abkühlen    v 

dann  zugeben 

Olivenöl 

Rongalit  C  (1 : 1) 


330  g 

60  g 


30  g 

100  g 

1  k 


Nach    dem  Drucken  wird   die  Ware   3—5  Minuten    im    luftfreien  Malher  Platt-Schnelldämpfer  bei  101»  C  mit 
feuchtem  Dampf  gedämpft  und  darauf  gewaschen  und  kochend  geseift. 


Vat  Dyestuffs. 


Recipe  32 

6  to  parts  alkaline  thickening 
150  parts  Rongalite  C  (1:1) 

240  parts  dyestuff  in  paste 

1000  parts  (by  weight) 


Alkaline  thickening 

100  parts  British  gum  powder 
40  parts  wheat  starch  powder 
860  parts  ■ 


1000  parts  (by  weight) 

mixed  cold  and  heated  to  the  boil. 


After   printing,    the   goods   are   steamed 
F.,  then  washed  and  soaped  at  the  boil. 


Recipe  33 

"5—240  parts  dyestufif  in  paste 
80  parts  glycerine 
500—410  parts  wheat   starch  tragacanth 
75—0  parts  water 
120  parts  potash 
150  parts  Rongalile  C  (1:1) 
1000  parts  by  weight) 

Recipe  36 

300  parts  dyestuff  in  paste 
80  parts  glycerine 
330  parts  starch  tragacanth  thickening 
60  parts  soda  ash 
60  parts  Dissolving  Salt  B  (1:  U 
40  parts  Hydrosulphite  cone,  powder  ; 
to  130°  F.  until  the  dyestuff  is 
when  cool, 
30  parts  olive  oil  and 
100  parts  Rongalite  C  (1:1)  are  added 
1000  parts  (by  weight) 


re  heated 
dissolved, 


oist  steam  for  3 — ^5  minutes 


the 


■  free  Mather  Piatt    at 
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Küpenfarbstoffe   —  Vat  Dyestuffs 


Vorschrift  33    —     Recipe  33 


Vorschrift  36    —    Recipe  ; 


7,5  Indanthrengoldorange  G  dopp.  Teig  fein 
7.5»/o  Indanthren  Golden  Orange  G  double  paste 

fine 

Vorschrift  33     -     Recipe  33 


Ijo/o  Indanthrenorange  RRT  Teig  fein 
15 Vo  Indanthren  Orange  RRT  paste  fine 

Vorschrift  33     —     Recipe  33 


24 »/o  Indanthrenorange  3R  Teig  fein 

24»/o  Indanthren  Orange  3R  paste  fine 

Vorschrift  32    —     Recipe  32 


240/0  Indanthrenorange  RRK  Teig 
24 »/o  Indanthren  Orange  RRK  paste 


SOVo  Helindonorange  D  Teig 
30"/o  Helindon  Orange  D  paste 

Vorschrift  33     —     Recipe  33 


200/0  Indanthrenscharlach  R  Teig  fein 
200/0  Indanthren  Scarlet  R  paste  fine 

Vorschrift  33     —     Recipe  33 


24  0/0  Indanthrenrot  RK  Teig  fein 
24  0/0  Indanthren  Red  RK  paste  fine 

Vorschrift  33     —     Recipe  33 


25»/o  Indanthrenrot  BK  Teig 
250/0  Indanthren  Red  BK  paste 
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Küpenfarbstoffe. 


Vorschrift  33 

250  g  Farbstoff  in  Teig 
80  g  Glyzerin 
400  g  Stärke-Tragant- Verdicku 
120  g  Pottasche 
150  g  Rongalit  C  (1:1) 


Vorschrift  36 


Nach  dem    Drucken  wird 
feuchtem  Danipl  gedämpft  und  da 


ie  Ware  3—5  Minuten   im   luflfreit 
uf  gewaschen  und  kochend  geseift. 


225—400  g  Farbstoff  in  Teig 

80  g  Glyzerin 
405—230  g  Stärke-Tragant- Verdickung 
60  g  Soda  kalz. 
CO  g  Solutionssalz  B  (1:1) 
40  g  Hydrosulfit   konz  Pulv.  erwärmen    auf 
550  C.  bis  der  Farbstoff  golüst  ist,  ab- 
kühlen und  dann  zugeben  : 
30  g  Olivenöl 
100  B  Rungdlit  C  (1:1) 

1  k 
Mather- Plalt-Schnelldämpfer   bei    ]01»  C  mit 


Vat  Dyestuffs. 


Recipe  33 

250  parts  dyestuff  in  paste 

80  parls  glycerine 
400  parts  starch  tragacanth  thic 
120  parU  potash 
150  parts  Rongahte  C  (1:1) 
1000  parts  (by  weight) 


After  printing,    the   goods    are   steamed  with    moist 
then  washed  and  soaped  at  the  boil. 


Recipe  36 

225-400  parts  dyestuff  in  paste 

SO  parts  glycerine 
450 — 230  parts  starch  tragacanth  thickening 
60  parts  soda  ash 
60  parts  Dissolving  Salt  B  (1:1) 
40  parts  HyJrosulphite  cone,  powder 

are   heated   to   130"  F.,    until   the 

dyestuff  is   dissolved,    when    cool, 

30  parts  olive  oil  and 

100  parts  Rongahte  C  (1:1)  are  added 

1000  parts  (by  weight) 

3-5  minutes    in    the   air-free   Mather  Piatt    at 
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Küpen-Farbstoffe   -   Vat  Dyestuffs 


Vorschrift  36     —     Recipe 


Vorschrift  36     —     Recipe  36 


30»/o  Helindonechtscharlach  C  Teig 
300/0  Helindon  Fast  Scarlet  C  paste 

Vorschrift  36     —     Recipe  36 


25»/o  Indanthrendrnckrot  G  Teig 

2b'/o  Indanthren  Printing  Red  G  paste 

Vorschrift  36     —     Recipi 


22,50/0  Helindonechtscharlach  G  Teig 
22.50/0  Helindon  Fast  Scarlet  G  paste 

Vorschrift  36    —     Reci 


300/0  Helindonechtscharlach  B  Teig 
300/0  Helindon  Fast  Scarlet  B  paste 


250/0  Indanthrendruckrot  B  Teig 

250/0  Indanthren  Printing  Red  B  paste 


43 


Küpenfarbstoffe. 


Vorschrift  32 

625  g  Alkalische  Verdicku 

75  g  Natronlauge  22°  Be 

150  g  Rongalit  C  (1:1) 

150  e  Farbstoff  in  Teig 


Vorschrift  35 

150  g  Farbstoff  in  Teig 

80  g  Glyzerin 
470  g  Stärke-Tragant-Verdickung 

60  g   Soda  kalz. 

«0  g  Solutionssalz  B  (1:1) 

30  g  Olivenöl 
150  K  Rongalit  C  (1  :  1) 
1  k 


Nach  dem  Dri 
feuchtem  Dampf  gedäi 


wird  di 
nd  dars 


Ware  3—5  Minuten   im   luftfreie 
ind  kochend  geseilt. 


Vorschrift  33 

"5 — 120  g  Farbstoff  in  Teig 
80  g  Glyzerin 
500—455  g  Slärke-Traganl-Verdick 
75  g  Wasser 
120  g  Pottasche 
150  R  Rongalit  C  (1:1) 
1  k 

Vorschrift  36 

150  g  Farbstoff  in  Teig 
80  g  Glyzerin 
480  g  Stärke-Tragant-Verdickung 
60  g  Soda  kalz. 
60  g  Solutionssalz  B  (1:1) 
40  g  Hydrosulfit    konz.    Pulv.    er 
65»  C.    bis   der  Farbstoff  ge 
kühlen  und  dann  zugeben  : 
30  g  Olivenöl 
100  E  Rongalit  C   (1:1) 
1  k 
n  Mather-Platt-Schnelldämpfer   bei 


Vat  Dyestuffs. 


Recipe  32 

625  parts  alkaline  thickening 
75  parts  caustic  soda  36°  Tw. 
150  parts  Rongalite  C  (1:1) 
150  parts  dyestuff  in  paste 
1000  parts  (by  weight) 


150  parts 

80  parts 

470  parts 

60  parts 

60  parts 

30  part; 

150  part! 


Recipe  35 

dyestufl  in  paste 

glycerine 

starch  tragacaiilh  thit 


Diving  Salt  B  (1:1) 
olive  oil 
I   Rongalite  C  (1:1) 
1000  parts  (by  weight) 


printing,    tht 
washed  and 


goods    are   steamed 
loaped  at  the  boil. 


nth    moist    steam    it 


Recipe  33 

75  —  120  parts  dyestuff  in  paste 

80  parts  glycerine 
500 — 455  parts  starch  tragacanth  thickening 
75  parts  water 
120  parts  potash 
150  parts  Rongalite  C  (1:1) 
1000  parts  (by  weight) 

Recipe  36 

150  parts  dyestuff  in  paste 
80  parts  glycerine 
480  parts  starch  tragacanth  thickening 
GO  parts  soda  ash 
60  parts  Dissolving  Salt  B  (1:1) 
40  parts  Hydrosulphite  cone,  powder 

are    heated    to    180"    F„    until    the 
dyestuff     is     dissolved;    when    cool, 
30  parts  olive  oil  and 
100  parts  Rongalite  C  (1:1)  are  added 
1000  parts  (by  weight) 
r  3—5    minutes    in    the    air-free  Mather  Piatt  at 
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Küpenfarbstoffe  —   Vat  Dyestuffs 


Vorschritt  36    —    Recipe 


15  »/o  Indanthrenbrillantrosa  R  Teig 
15»/o  Indanthren  Brilliant  Pink  R  paste 
Vorschrift  36    —     Recipe  36 


15"/o  Indanthrenbrillantrosa  B  Teig 
ISVo  Indanthren  Brilliant  Pink  B  paste 

Vorschrift  36    —    Recipe  36 


3UO/0  Helindonrosa  BN  Teig 
300/0  Helindon  Pinlc  BN  paste 


Vorsch 

rift  36     —     Recipe  36 

I 

M 

H 

'    ' ..    w 

15»/o  Helindonrot  B  Teig 
15  »/o  Helindon  Red  B  paste 


Vorschrift  36     —     Recipe  36 


15»/o  Indanthrenrotviolett  RH  Teig 
150/0  Indanthren  Red  Violet  RH  paste 

Vorschrift  32     —     Recipe  32 


150/0  Helindonbordo  DB  dopp.  Teig 

150/0  Helindon  Claret  Red  DB  double  paste 


Vorschrift  33    —     Recipe  33 


120/0  Indanthrenbrillantviolett  4R  Teig  fein 
120/0  Indanthren  Brilliant  Violet  4R  paste  fine 
Vorschrift  33     —    Recipe  33 


7,5  0/0  Indanthrenbrillantviolett  R  R  dopp.Tg.  fein 
7  5  0/0  Indanthren  BrilliantViolet  RR  double  paste 

fine 
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Küpenfarbstoffe. 

Vorschrift  33  Vorschrift  36 

l-.'0-240  g  Farbstoff  in  Teig  150  g  Farbstoff  in  Teig 

SO  g  Glyzerin  80  g  Glyzerin 

455—410  g  Stärke-Tragant-Verdickung  480  g  Starke-Tragant- Verdickung 

75_     0  g  Wasser  60  g  Soda  kalz. 

120  g  Pottasche  60  g  Solutionssalz  B  (1  :  1) 

150  g  Rongalit  C  (1:1)  40  g  Hydrosulfit  konz.  Pulver 

,   j^  erwiirmen    auf   55°  C  bis   der  Farbstoff  ge- 

löst ist,  abkühlen  und  dann  zugeben 

30  g  Olivenöl 

100  g  EoDgalit  C  (1:1) 

1  k 

Nach  dem  Drucken  wird  die  Ware  3-5  Minuten    im    luftfreien  Mather-Platt-ScbnelldUmpfer   bei    101°  C  mit 
feuchtem  Dampf  gedämpft  und  darauf  gewaschen  und  kochend  geseift. 


Vat  Dyestuffs. 

Recipe  33  Recipe  36 

120— 240  parts  dyestuff  in  paste  150  parts  dyestnff  in  paste 

80  parts  glycerine  80  parts  glycerine 

455—410  parts  starch  tragacanth  thickening  480  parts  starch  Iragacanth  thickening 

75—0       parts  water  60  parts  suda  ash 

120  parts  potash  60  parts  Dissolving  Salt  B  (1:1) 

150  parts  Rongalite  C  (1 :  1)  40  parts  Hydrosulphite  cone,  powder 

1000  parts  (by  weight)  "=  •>"'«'!  '°  1''"°  ^-  ""'"  ''>=  '^J'"'"" 

is  dissolved  ;  when  cool, 
30  parts  olive  oil  and 
100  parts  Rongalite  C  (1:1)  are  added 
1000  parts  (by  weight) 

After   printing,    the  goods    are   steamed    with    moist    steam  for   3—5    minutes    in  the  air-free  Mather  Piatt  at 
i°  F.,   then  washed  and  soaped  at  the  boil. 
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Küpen-Farbstoffe  —   Vat  Dyestuffs 


Votschrift  33    —    Recipe  33 


12%  Indanthrendruckviolett  RF  Teig 
120/0  Indanthren  Printing  Violet  RF  paste 

Vorschrift  36     —     Recipe  36 


Vorschrift  33     —    Recipe  33 


12»/u  Indanthrendruckviolett  BBF  Teig 
IJO/o  Indanthren  Printing  Violet  BBF  paste 
Vorschrift  33     —     Recipe  33 


24»/o  Indanthrenbrjllantviolett  RK  Teig 
2i"/o  Indanthren  Brilliant  Violet  RK  paste 


Vorschrift  33    —     Recipe  33 


24 


Indanthrenbrillantviolett  BBK  Tei_ 
l"/o  Indanthren  Brilliant  Violet  BBK  paste 

Vorschrift  33     —     Recipe  33 


12  »/o  Indanthrendruckviolett  BF  Teig 
120/0  Indanthren  Printing  Violet  BF  paste 


120/0  Indanthrenbrillantviolett  3B  Teig  fein 
120/0  Indanthren  Brilliant  Violet  3B  paste  fine 
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Küpenfarbstoffe. 


Vorschrift  32 

625  g  Alkalische  Verdickung 

75  g  Natronlauge  22*"  Be, 
150  g  Rongalit  C  (1:1) 
150  g  Farbstoff  in  Teig 
1  k 


Vorschrift  33 

150  g  Farbstoff  in  Teig 
80  g  Glyzerin 
500  g  Stärke-Tragant-Verdicku 
120  g  Pottasche 
150  g  Rongalit  C  (1:1) 
1  k 


150  g 
80  g 

470  g 
60  g 
60  g 
30  g 

150  g 
1  k 


Vorschrift  35 

Farbstoff  in  Teig 

Glyzerin 

Stärke-Tragant- Verdickung 

Soda  kalz. 

Solutionssalz  B  (1:1) 

Olivenöl 

Rongalit  C  (1:1) 


Nach    dem  Drucken  wird   die  Ware  3—5  Minuti 
feuchtem  Dampf  gedämpft  und  darauf  gewaschen  und  kochend  geseift 


Vorschrift  36 

150  g  Farbstoff  in  Teig 
80  g  Glyzerin 
480  g  Stärke-Tragant-Verdickung 
60  g  Soda  kalz. 
60  g  Solutionssalz  B  (1  :  1) 
40  g  Hydrosulfit   konz.  Pulver    erwärmen 
55"  C   bis   der   Farbstoff  gelöst    ist, 
kühlen  und  dann  zugeben : 
30  g  Olivenöl 
100  g  Rongalit  C  (1:1) 
1  k 
luftfreien  Jlather-Plalt-Schnelldämpter    bei  101"  C 


Recipe  32 

625  parts  alkaline  thickening 

75  parts  caustic  soda  36°  Tw. 
150  parts  Rongalile  C  (I  :  1) 
150  parts  dyestiiff  in  paste 


1000  parts  (by  weight) 

Recipe  35 

150  parts  dyestuff  in  paste 

80  parts  glycerine 
470  parts  starch  tragacanth  thicker 

60  parts  soda  ash 

60  parts  Dissolving  Salt  B  (1:1) 

30  parts  olive  oil 
150  parts  Rongalite  C  (1:1) 


Vat  Dyestuffs. 


1000  pans  (by  weight) 


Recipe  33 


150  parts  dyestuff  in  paste 
80  parts  glycerine 
600  parts  starch  tragacanth  thicke 
120  parts  potash 
150  parts  Rongalite  C  (1:1) 


1000  parts  (by  weight) 

Recipe  36 

150  parts  dyestuff  in  paste 

80  parts  glycerine 
480  parts  starch  tragacanth  thickening 

60  parts  soda  ash 

60  parts  Dissolving  Salt  B  (1:1) 

40  parts  Hydrosuiphite  cone,  powder 

are    heated    to     130»    F.    until    the 
dyestuff    is    dissolved;     when     cool, 

30  parts  olive  oil  and 
100  parts  Rongalite  C  (1:1)  are  added 


After 
ager  at  215"  1 


rinting.  th 
Ih 


ilied  and  soaped  at  the  boil. 


1000  parts  (by  weight) 
□  ist  steam   for  3—5   miuutes   in  the  air-free  Mathe 


Piatt  rapid 
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Küpenfarbstoffe   —  Vat  Dyestuffs 


Vorschrift  36     —     Recipe  i 


Vorschrift  32    —     Recipe  32 


15"/o  Heliudoiiviolett  BB  Teig 
ISO/o  Helindon  Violet  2B  paste 

Vorschrift  35     —     Recipe  35 


15»o  Helindonblau  3R  Tecg 
16%  Helindon  Blue  3R  paste 

Vorschrift  33     —     Recipe  33 


15%  Indanthrendankelblau  BOA  Teig  fein 
13%  Iiidantbren  Dark  Blue  BOA  paste  fine 


Vorschrift  33    - 

-    Recipe  33 

[i^^ag 

r<ro^i 

iSitSSM 

15%  ludanthrenblau  RS  dopp.  Teig  fein 
15%  Indanthren  Blue  RS  double  paste  fine 

Vorschrift  36     —     Recipe  36 


15%  Indigo  iyiLB/4B  Teig  20% 
15%  Indigo  MLB/4B  paste  20% 

Vorschrift  32     —     Recipe  32 


15%  Indigo  MLB/2B  Teig  20% 
15%  Indigo  MLB/2B  paste  20% 

Vorschrift  32    —     Recipe  32 


150/0  Indanthrendunkelblau  BGO  Teig  fein 
150/0  Indanthren  Dark  Blue  BGO  paste  fine 


150/0  Indigo  MLB  Teig  20»'o 
150/0  Indigo  MLB  paste  20» 
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Küpenfarbstoffe. 


Vorschrift  33 

150  g  Farbstoff  in  Teig 
80  g  Glyzerin 
50Ö  g  Stärke-Tragant- Verdi» 
120  g  Pottasche 
150  g  Rongalit  C  (1:1) 
1  k 


Vorschrift  37 


300  g  Farbstoff  in  Teig 

80  g  Glyzerin 

330  g  Brilishgum  (1:1) 

60  g  Natronlauge  40°  Be 

60  g  Solutionssalz  B  (1:1) 

40  g  Hydrosulfit  konz.  Pulv.  et 

wärmen  bis  der 

Farbstoff  gelöst    ist,    dann 

abkühlen  und 

zugeben 

30  g  Olivenöl 

100  g  Rongalit  C  (1 : 1) 

Nach  dem  Drucken  wird  die  Ware  3-5  Minuten    im    luftfreien  Mather-riatt-Schnelldämpfei 
feuchtem  Dampf  gedämpft  und  darauf  gewaschen  und  kochend  geseift. 


Vat  Dyestuffs. 


Recipe  33 

150  parts  dyestuff  in  paste 

80  parts  glycerine 
500  parts  starch  tragacantb  thu 
120  parts  potash 
160  parts  Rongalite  C  (1:1) 
10Ü0  parts  (by  weight) 


After 
215  »  F.,  then 


printing, 
washed  a 


steamed  with 


Recipe  37 

300  parts  dyestuff  in  paste 

80  parts  glycerine 
330  parts  British  gum  (1  :1) 
60  parts  caustic  soda  77  °  Tw. 
60  parts  Dissolving  Salt  B  (1:1) 
41)  parts  Hydrosulphite  cone,  puv 
are     heated     until     the 
dissolved;  when  cool, 
30  parts  olive  oil  and 
100  parts  Rongalite  C  (1  :  1)  are  a 
1000  parts  (by  weight) 


dyestuff 


-free    Mather  Piatt  at 


id  soaped  at  the  boil. 
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Küpenfarbstoffe  —  Vat  Dyestuffs 


Vorschrift  33    —     Recipe  ; 


15»/o  lodanthrenblau  BCD  dopp.  Teig  fein 
lö°/o  Indanthren  Blue  BCD  double  paste  fine 


Vorschrift  33     —     Recipe  33 


:5»/o  Indanthrenblau  GCD  dopp.  Teig  fein 
15%  Indanthren  Blue  GCD  double  paste  fine 

Vorschrift  33    —    Recipe  33 


15"/o  Indanthrenbrillantblau  3G  Teig  fein 
150/0  Indanthren  Brilliant  Blue  3G  paste  fine 

Vorschrift  33     —     Recipe  33 


15%  Irdanthrenbrillantblan   R   dopp.  Teig  fein 
150/0  Indanthren  Brilliant  Blue  R   double  paste 

fine 


Vorschrift  33     —     Recipe  33 


150/0  Indanthrengrün  G  dopp.  Teig  fein 
I5"o  Indanthren  Green  G  double  paste  fine 

Vorschrift  33     —      Recipe  33 


150/0  Indanthrengrün  GG  dopp.  Teig  fein 
150/0  Indanthren  Green  GG  double  paste  fine 

Vorschrift  37    —     Recipe  37 


il&iW 


300/0  Helindongrün  G  Teig 
30O/0  Helindon  Green  G  paste 


Vorschrift  :i3     —     Recipe  33 


150/0  Indanthrenblaugrün  B  dopp.  Teig  fein 
150  0  Indanthren  Blue  Green  B  double  paste  fine 
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Küpenfarbstoffe. 


Vorschrift  33 

150-300  g  Farbstoff  in  Teig 

80  g  Glyzerin 
500—350  g  Slärke-Tragant- Verdickung 
120  g  Pottasche 
150  g  Rongalit  C  (1:1) 
1   k 


Vorschrift  34 

240  g  Farbstoff  in  Teig 
80  g  Glyzerin 
310  g  Stärke-Tragant-Verdickung 
60  g  Solutionssalz  B  (1:1) 
120  g  Pottasche 
40  g  Hydrosulfit    konz,    Pulv.    erwärmen 
55*"  C    bis   der    Farbstoff  gelöst   ist, 
kühlen  und  dann  zugeben 
150  g  Rongalit  C  (1:1) 
1  k 


Vorschrift  36 

300  g  Farbstoff  in  Teig 

80  g  Glyzerin 
330  g  Stärke-Tragant-Verdickung 

60  g  Soda  kalz. 

60  g  Solutionssalz  B  (1:1) 

40  g  Hydrosulfit  konz.  Pulver  erwärmen  auf  55"  C 
bis  der  Farbstoff  gelöst  ist,  abkühlen  und 
dann  zugeben 

30  g  Olivenöl 
100  g  Rongalit  C  (1:1) 


1  k 


Nach  dem  Drucken 
feuchtem  Dampf  gedämpft  und  d. 


d    d: 


e  Ware  3—5  Minuten  im  luftfreie 
if  gewaschen  und  kochend  geseift. 


Mather-Platt-Schnelldämpfer  bei  101 "  C  mit 


Vat  Dyestuffs. 


Recipe  33 

150-300  parts  dyestuff  in  paste 

80  parts  glycerine 
600—350  parts  starch  tragacanlh  thickening 
120  parts  potash 
150  parts  Rongalite  C  (1:1) 
1000  parts  (by  weight) 


Recipe  34 

210  parts  dyestuff  in  paste 

80  parts  glycerine 
310  parts  starch  tragacanth  thickening 
60  parts  Dissolving  Salt  B  (1:1) 
120  parts  potash 
40  parts  Hydrosulphite  cone,  powder 

are    heated    to    )30'>    F,    until    tire 
dyestuff  is  dissolved;   when  cool, 
150  parts  Rongalite  C  (1:1)   are  added 
1000  parts  (by  weight) 


Recipe  36 

300  parts  dyestuff  in  paste 

80  parts  glycerine 
330  paits  starch  tragacanlh  thickening 
00  parts  soda  ash 
60  parts  Dissolving  Salt  B  (1:1) 
40  parts  Hydrosulphite    cone,  powder  a 
to  130»  F.  until  the  dyestuff  is 
when   cool, 
30  parts  olive  oil  and 
100  parts  Rongalite  C  (1:11  are  added 
1000  parts  (by  weight) 
After  printing,  the  goods  are  steamed  with   moist  steam  for  3—5 
ager  at  215*  F.,  then  washed  and  soaped  at  the  boil. 


■free  Mather  Piatt  rapid 
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Küpenfarbstoffe  —    Vat  Dyestuffs 


Vorschrift  33    —     Recipe  33 


Vorschrift  33     —     Recipi 


I5Vo  Indanthrenbrillantgrün  4G  dopp.  Teig  fein 
15  '/„  Indanthren  Brilliant  Green  i  G  double  paste 

fine 
Vorschrift  33    —     Recipe  33 


2i°/„  Indanthrengelbbraun  3G  Teig 

24  Vo  Indanthren  Yellow  Brown  3G  paste 

Vorschrift  36      —     Recipe  36 


30°/»  Helindonbrillantgrün  D5G  Teig 
30»/o  Helindon  Brilliant  Green  D5G  paste 

Vorschritt  33    —    Recipe  33 


30«/o  Helindonbraun  G  Teig 
SC/o  Helindon  Brown  G  paste 

Vorschrift  33     —     Recipe  33 


15 «/o  Iiidanthrenbrillantgrün  GG  dopp.  Teig  fein 
157«  Indanthren  Brilliant  Green  GG  double  paste 

fine 

Vorschrift  33     —     Recipe  33 


24 »/o  Indanthrenbraun  3R  Teig  fein 
24 Vo  Indanthren  Brown  SR  paste  fine 


15"/,  Indanthrenbrillantgrün  B   dopp.  Teig  fein 
15"/o  Indanthren  Brilliant  Green  B  double  paste 


24»/o  Indanthrendnickbraun  SR  Teig 
24"/,  Indanthren  Printing  Brown  3R  paste 
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Küpenfarbstoffe. 


Vorschrift  33 

2'10  g  Farbstoff  in  Teig 

80  g  Glyzerin 
410  g  Stärke-Tragant-Verdickung 
120  g  Pottasche 
150  g  Rongalit  C  (1:1) 


Vorschrift  34 

Teig 


agant- Verdickung 
alz  B  (1:1) 


240  g  Farbstoi 
80  g  Glyzerin 
310  g  Stärke-Ti 
60  g  Solutions; 
120  g  Pottasche 
40  g  Hydrosulfit  konz.  Pulver 

55°  C   bis   der    Farbstoff  gelöst  ist,   ab- 
kühlen und  dann  zugeben 
150  g  Rongalit  C  (1:1) 
1  k 


Nach  dem  Drucker 
feuchtem  Dampf  gedämpft 


Vorschrift  36 

300  g  Farbstoff  in  Teig 

80  g  Glyzerin 

3:J0  g  Stärke-Tragant- Verdickung 

60  g  Soda  kalz. 

fio  g  Solutionssalz  B  (1:1) 

40  g  Hydrosulfit  konz.  Pulver  erwärn 
bis    der    Farbstoff   gelöst    ist,    a 

30  g  Olivenöl 
100  g  Rongalit  C  (1:1) 
1  k 
wird  die  Ware  3—5  Minuten   im    luftfreiei 
nd  darauf  gewaschen  und  kochend  geseift. 


Mather-Platt-Schnelldämpfer   bei   101  »  C  mit 


Vat  Dyestuffs. 


Recipe  33 

240  parts  dyesti 

iff  in  paste 

80  parts  glycerir 

le 

410  parts  starch 

tragacanlh  thickening 

120  parU  potash 

150  parts  Rongal 

ite  C  (1:1) 

1000  parts  (by  wei 

ight) 

Recipe  34 

240  parts,  dyestuflf  in  paste 
80  parts  glycerine 
310  parts  starch  tragacanth  thickening 

60  parts  Dissolving  Salt  B  (1:1) 
120  parts  potash 
40  parts  Hydrosulphite  cone,   powder 

are    heated    to    130"    F.    until    the 
dyestuff    is    dissolved;     when    cool, 
150  parts  Rongalite  C  (1:1)  are  added 


1000  parts  (by  weight) 


After  printing,    the  good 
ager  at  215"  F.,  then  washed  and  soaped  at  the  boil, 


Recipe  36 

300  parts  dyestaff  in  paste 

SO  parts  glycerine 
330  parts  starch  tragacanth  thickening 
60  parts  soda  ash 
60  parts  Dissolving  Salt  B  (1:1) 
40  parts  Hydrosulphite   cone,  powder    are  heated 
to  130°  F.  until  the  dyestuff  is  dissolved; 
when  cool, 
30  parts  olive  oil  and 
100  parts  Rongalite  C  (1:1)  are  added 
1000  parts  (by  weight) 
5  are  steamed  with  moist  steam  for  3  —  5  minutes   in 


ir-free  Mather  Piatt   rapid 
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Küpen-Farbstoffe  -   Vat  Dyestuffs 


Vorschrift  34    —     Recipe  34 


Vorschrift  33     —     Recipe  83 


24°/.  Indanthrendruckbraun  R  Teig 
24"/,  Indanthren  Printing  Brown  R  paste 
Vorschrift  3  t     —     Recipe  34 


24°/o  Indanthrenbraun  G  Teig 
24»/j  Indanthren  Brown  G  paste 

Vorschrift  33     —     Recipe  33 


24»/,  Indanthrenbraun  FFR  Teig 

247,  Indanthren  Brown  FFR  pasti 

Vorschiift  S3     —     Recipe  33 


24°/,  Indanthrenbraun  GG  Teig- 
24°/,  Indanthren  Brown  GG  paste 

Vorschrift  36     —     Recipe  30 


24»/,  Indanthrenrotbraun  R  Teig  fein 
24°/,  Indanthren  Red  Brown  R  paste  fin 


24  7,  Indanthrenbraun  RT  Teig 
24»/,  Indanthren  Brown  RT  paste 
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Küpenfarbstoffe. 


Vorschrift  33 

150—300  g  Farbstoff  in  Teig 

80  g  Glyzerin 
500-350  g  Stärke-Tragant- Verdickung 
120  g  Poltasche 
150  g  Rongalit  C  (1  :  1) 
1  k 


Vorschrift  36 

300  g  Farbstoff  in  Teig 

80  g  Glyzerin 
330  g  Stärke-Tragant- Verdickung 

60  g  Soda  kalz. 

60  g  Solutionssalz  B  (1:1) 

40  g  Hydrosulfit   konz.    Pulver 

S5«  C   bis   der  Farbstoff   gel 
kühlen  und  dann  zugeben 

30  g  Olivenöl 
100  g  Rongalit  C  (1:1) 


1  k 
Nach  dem  Drucken  wird   die  Ware  3—5  Minuten    im    luftfreien  Mather-Platt-Sclinelldämpfe 
feuchtem  Dampf  gedämpft  und  darauf  gewaschen  und  kochend  geseift. 


bei  101«  C  mit 


Vat  Dyestuffs. 


Recipe  33 

150—300  parts  dyestuff  in  paste 

80  parts  glycerine 
500—350  parts  starch  tragacanlh  thickening 
1*20  parts  potash 
150  parts  Rongalitc  C  (1:1) 
1000  parts  (by  weight) 


After  printing,  the  goods 
ager  at  215°  F.,  then  washed  and 


ire  steamed  with   n 
soaped  at  the  boil. 


Recipe  36 

300  parts  dyestuff  in  paste 

80  parts  glycerine 
330  parts  starch  tragacanth  thickening 

00  parts  soda  ash 

60  parts  Dissolving  Salt  B  (1:1) 

40  parts  Hydrosulphite  cone,  powder 
to  130»  F.  until  the  dyestuff  is 

30  parts  olive  oil  and 
100  parts  Rongalite  C  (1:1)  are  added 
ght) 


ire   heated 
dissolved ; 


1000  parts  (by  ■ 
for  3 — 5  minutes 


the 


-free  Mather  Piatt  rapid 


56 


Küpenfarbstoffe  —  Vat  Dyestuffs 


Vorschritt  36    —     Recipe  36 


30Vo  Helindonbraun  5R  Teig 
30'/«  Helindon  Brown  5R  paste 

Vorschrift  33     -     Recipe  33 


Vorschrift  33    —    Recipe 


IS'/o  Indaiithrengrau  6B  Teig 
ISVo  Indanthren  Grey  6B  paste 

Vorschrift  33     —     Recipe  33 


20V„  Indanthrengrau  BTR  Teig  fein 
2(i°U  Indanthren  Grey  BTR  paste  fine 

Vorschrift  33    —     Recipe  33 


20°/„  Helindondruckschwarz  2  BD  Teig 
20»/o  Helindon  Printing  Blaclc  2 BD  paste 

Vorschrift  33     —     Recipe  .13 


15»/o  Indanthren  grau  RRH  Teig  fein 

15«/o  Indanthren  Grey  RRH  paste  fine 

Vorschrift  33     —     Recipe  33 


15Vo  Indanthrengrau  3B  dopp.  Teig  fein 
15»/j  Indanthren  Grey  3B  double  paste  fine 


26»/o  Indanthrendruckschwarz  BRTeig 
25»/,  Indanthren  Printing  Black  BR  paste 

Vorschrift  33     —     Recipe  33 


30"/»  Indanthrendruckschwarz  B  Teig 
20»/»  Indanthren  Printing  Black  B  paste 
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Unlösliche  Azofarben   —  Insoluble  Azo  Dyestuffs 


Vorschrift  38     —     Recipe  : 


Vorschrift  41     -     Recipe  41 


Azoorangegelb  NA 
Azo  Orange  Yellow  NA 


Vorschrift  3'J     —     Kccipe  39 


m-Nitranilin 
Meta>nitraniline 

Vorschrift  40     —     Recipe  40 


Azoorange  L  O 
Azo  Orange  L  O 

Vorschrift  ii    —     Recipe  42 


Azoorange  NAS 
Aza  Orange  NAS 


p-Nitro-o-toluidin 
Para-nitro-ortho-toluidine 

Vorschrift  44     —     Recipe  44 


Cbloranisidin 
Cbloranisidine 

Vorschrift  43     —     Recipe  43 


Azophorrot  PN 
Azophor  Red  PN 

Vorschrift  39     —     Recipe  39 


Paranitranilin 
Paranitraniline 
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Unlöslidie  Azofarben  —  Insoluble  Azo  Dyestuffs 


Vorschrift  45     —    Recipe  45 


Vorschrift  42    —     Recipe  42 


Naphtol  AS-D  mit  Echtscbarlach  TR  Base 
Naphthol  ASD  +  Fast  Scarlet  TR  Base 

Vorschrift  45    - —    Recipe  45 


Napbtol  AS-TR  mit  Echtscharlach  TR  Base 
Naphthol  AS- TR  -|-  Fast  Scarlet  TR  Base 

Vorschrift  45     —     Recipe  45 


Naphtol  AS-TR  mit  Echtrot  KB  Base 
Naphthol  AS- TR  +  Fast  Red  KB  Base 

Vorschrift  45     —     Recipe  45 


Azo  rosa  NA 
Azo  Pink  NA 

Vorschrift  45     —     Recipe  45 


Naphtol  AS- TR  mit  Echtrot  TR  Base 
Naphthol  AS-TR  +  Fast  Red  TR  Base 

Vorschrift  45    —     Recipe  45 


Naphtol  AS-D  mit  Ecbtrot  TR  Base 
Naphthol  AS-D  -H  Fast  Red  TR  Base 

Vorschrift  46    —     Recipe  46 


Naphtol  AS-D  mit  Echtrot  KB  Base 
Naphthol  AS-D  -(-  Fast  Red  KB  Base 


Alpha- Naphtylamin 
Alpha  Naphthylamine 
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Unlöslidie  Azofarben,  durch  Kondensation  und  durdi  Oxydation  erzeugte  Farben 
Insoluble  Azo  DyestufFs;  Colours  produced  by  condensation  and  oxidation 


Vorschrift  47    —    Recipe  47 


Azophorschwarz  DP 
Azophor  Black  DP 

Vorschrift  48     —     Recipe  48 


Vorschrift  52    —     Recipe  52 


Metaphenbraun  G 
Metaphene  Brown  G 

Votschrift  51     —    Recipe  51 


Nako  D 
Nako  D 

Vorschrift  50    —     Recipe  50 


Nitrosoblau 
Nitroso  Blue 


Vorsch 

rift  54     —     Recipe  51 

1 

1 

@ 

a 

^ 

•* 

Diphenylschwarzbase  I 
Diphenyl  Black  Base  I 


Diphenylschwarzol  DO 
Diphenyl  Black  Oil  DO 
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